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Please cancel substitute claims 1-26 and add the following new claims 27-53: 

-27(new). A microelectronic device for storing digital information, the device having a 
switchable ohmic resistance between electrodes, which said ohmic resistance is 
reversibly switchable between different states in response to application of different 
voltage pulses to the electrodes, each different state corresponding to a different value 
of stored information; wherein the ohmic resistance is formed from a substance 
comprising components A x> By, and oxygen O z , in which: 

said component A is a member of Alkaline metals (group IA), or Alkaline Earth metals 
(group IIA), or Rare Earth elements, or Scandium, or Yttrium; 

said component B is a transition metal being member of one of the groups IB to VIII, or 
a member of one of the groups IIIA, IVA, VA; and 

said substance comprising a dopant of one of or a combination of different transition 
metals, the total dopant amount being larger than 0% and smaller than 5%. 
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28. (new) The microelectronic device according to claim 27, wherein the ohmic 
resistance is switchable between at least a first state of the different states and a 
second state of the different states by applying to the electrodes a first voltage pulse of 
the different voltage pulses for switching from said second state to said first state or a 
second voltage pulse of the different voltage pulses for switching from said first state to 
said second state. 

29. (new) The microelectronic device according to claim 28, wherein the ohmic 
resistance in the first state is higher than in the second state and wherein the first 
voltage pulse of the different voltage pulses for switching to said first state has an 

q opposite sign to the second pulse of the different voltage pulses for switching to said 
■Al second state. 

30. (new) The microelectronic device according to claim 27, wherein each of the 

■"I; different states is obtainable by an erase pulse for switching the ohmic resistance in the 
region to a high ohmic state of the different states or by providing at least one write 
pulse for switching from said high ohmic state to a lower ohmic state of the different 

N> states. 

- 31 . (new) The microelectronic device according to claim 30, wherein the erase pulse 
has different amplitudes for switching to one of the lower ohmic states . 

32. (new) The microelectronic device according to claim 27, wherein the different 
states are readable by a read voltage smaller in magnitude than the different voltage 
pulses applied for switching to the different states. 

33. (new) The microelectronic device according to claim 27 being usable as a 
capacitor-like structure, wherein the ohmic resistance represents a dielectric. 
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34. (new) The microelectronic device according to claim 27, whereby a specific 
ohmic resistance related to one of the different states remains after one of the different 
voltage pulses that leads to said specific ohmic resistance has been applied to the 
electrodes. 

35. (new) The microelectronic device according to claim 27, wherein said store 
digital information is representable by different values in ohmic resistance of a region, 
thereby preferably storing two or more bits as digital information. 

36. (new) The microelectronic device according to claim 27, in which the 
combinations of indices x, y and z of the substance are definable by 
x=n+2, y = n + 1, z = 3n + 4, with n = 0, 1,2, 3; or 

x=n + 1,y=n + 1, z = 3n + 5, with n = 1 , 2, 3, 4. 

37. (new) The microelectronic device according to claim 27, in which the 
combinations of indices x, y and z of the substance are definable by either of: 
x = 1 , y =1 , z = 1 , and one of the indices x or y being 0; or 

x = n, y = n, z = n + 1, with n = 1 or 2 and one of the indices x or y being 0; or 
x = n, y = n, z = 2n + 1 , with n = 2 and one of the indices x or y being 0. 

38. (new) The microelectronic device according to claim 27, in which the 
combinations of indices x, y and z of the substance are definable by 

x= n, y= n, z = 3n, with n = 1, or 2, or 3; or 
x = n + 1, y = n, z = 4n + 1, with n = 1, or2. 

39. (new) The microelectronic device according to claim 27, comprising a dopant of 
Chromium or Vanadium at an amount larger than 0% and smaller than 5%, preferably 
about 0.2%. 
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40. (new) The microelectronic device according to claim 27, wherein at least one of 
the components A x or B y of the substance comprises a combination of elements out of 
one group or out of several of the corresponding groups of A, and B, respectively. 

41 . (new) The microelectronic device according to claim 37, wherein the substance 
is present in the form of a superlattice made by a combination of structural unit cells 
and/or sub-unit cells. 

42. (new) The microelectronic device according to claim 36, wherein the substance 
is present in the form of a superlattice made by a combination of structural unit cells 
and/or sub-unit cells having each a different n, said structural unit cells and/or sub-unit 
cells being each a member of a corresponding homologous series. 

43. (new) The microelectronic device according to claim 38, wherein the substance 
is present in the form of a superlattice made by a combination of structural unit cells 
and/or sub-unit cells having each a different n, said structural unit cells and/or sub-unit 
cells being each a member of a corresponding homologous series. 

44. (new) A memory cell arrangement comprising a microelectronic device, said 
microelectronic device having a switchable ohmic resistance between electrodes, which 
said ohmic resistance is reversibly switchable between different states in response to 
application of different voltage pulses to the electrodes, each different state 
corresponding to a different value of stored information; wherein the ohmic resistance is 
formed from a substance comprising components A x , B y , and oxygen 0 Zj in which: 

said component A is a member of Alkaline metals (group IA), or Alkaline Earth metals 
(group IIA), or Rare Earth elements, or Scandium, or Yttrium; 

said component B is a transition metal being member of one of the groups IB to VIII, or 
a member of one of the groups IIIA, IVA, VA; and 
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said substance comprising a dopant of one of or a combination of different transition 
metals, the total dopant amount being larger than 0% and smaller than 5%. 

45. (new) A semiconductor device comprising a microelectronic device, said 
microelectronic device having a switchable ohmic resistance between electrodes, which 
said ohmic resistance is reversibly switchable between different states in response to 
application of different voltage pulses to the electrodes, each different state 
corresponding to a different value of stored information; wherein the ohmic resistance is 
formed from a substance comprising components A x , B y , and oxygen O z , in which: 

said component A is a member of Alkaline metals (group IA), or Alkaline Earth metals 
(group 1 1 A), or Rare Earth elements, or Scandium, or Yttrium; 

said component B is a transition metal being member of one of the groups IB to VIII, or 
a member of one of the groups MIA, IVA, VA; and 

said substance comprising a dopant of one of or a combination of different transition 
metals, the total dopant amount being larger than 0% and smaller than 5%. 

46. (new) A method for writing information into a memory cell arrangement, said 
memory cell arrangement comprising a microelectronic device having a switchable 
ohmic resistance between electrodes, which said ohmic resistance is reversibly 
switchable between different states in response to application of different voltage pulses 
to the electrodes, each different state corresponding to a different value of stored 
information; wherein the ohmic resistance is formed from a substance comprising 
components A x , B y , and oxygen O z , in which: said component A is a member of Alkaline 
metals (group IA), or Alkaline Earth metals (group MA), or Rare Earth elements, or 
Scandium, or Yttrium; said component B is a transition metal being member of one of 
the groups IB to VIII, or a member of one of the groups MIA, IVA, VA; and said 
substance comprising a dopant of one of or a combination of different transition metals, 
the total dopant amount being larger than 0% and smaller than 5%; wherein the method 
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comprising the step of: 

applying one voltage pulse of the different voltage pulses to the electrodes of said 
memory cell arrangement for writing information into it. 

47. (new) The method according to claim 46, further comprising the step of switching 
the ohmic resistance in the region between at least a first state of the different states 
and a second state of the different states by applying to the electrodes a first voltage 
pulse of the different voltage pulses for switching from said second state to said first 
state or a second voltage pulse of the different voltage pulses for switching from said 
first state to said second state. 

48. (new) The method according to claim 47, further comprising the steps of 
providing an ohmic resistance in the first state higher than an ohmic resistance in the 
second state and providing the first voltage pulse for switching to said first state with an 
opposite polarity to the second voltage pulse for switching to said second state. 

49. (new) The method according to claim 46, further comprising the step of obtaining 
each of the different states by providing an erase pulse for switching the ohmic 
resistance to a high ohmic state of the different states or by providing at least one write 
pulse for switching from said high ohmic state to a lower ohmic state of the different 
states. 

50. (new) The method according to claim 49, further comprising the step of providing 
an erase pulse with different amplitudes for switching to one of the lower ohmic states. 

51 . (new) A method for reading information out of a memory cell arrangement, said 
memory cell arrangement comprising a microelectronic device having a switchable 
ohmic resistance between electrodes, which said ohmic resistance is reversibly 
switchable between different states in response to application of different voltage pulses 
to the electrodes, each different state corresponding to a different value of stored 
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information; wherein the ohmic resistance is formed from a substance comprising 
components A x , By, and oxygen O z , in which: said component A is a member of Alkaline 
metals (group IA), or Alkaline Earth metals (group IIA), or Rare Earth elements, or 
Scandium, or Yttrium; said component B is a transition metal being member of one of 
the groups IB to VIII, or a member of one of the groups IIIA, IVA, VA; and said 
substance comprising a dopant of one of or a combination of different transition metals, 
the total dopant amount being larger than 0% and smaller than 5%: wherein the method 
comprising the steps of: 

applying a read voltage to said memory cell arrangement and 

associating with this information a value of current flowing through said memory cell 
arrangement; or 

applying a current pulse to said memory cell arrangement and 

associating with this information a value of voltage appearing between the electrodes of 
said memory cell arrangement. 

52. (new) Use of a substance for storing digital information, the substance 
comprising components A x , B y , and oxygen O z , for making a switchable ohmic 
resistance within a capacitor-like structure, in which: 

said component A is a member of Alkaline metals (group IA), or Alkaline Earth metals 
(group IIA), or Rare Earth elements, or Scandium, or Yttrium; 

said component B is a transition metal being member of one of the groups IB to VIII, or 
a member of one of the groups IIIA, IVA, VA; and 

said substance comprises a dopant of one of or a combination of different transition 
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metals, the total dopant amount being larger than 0% and smaller than 5%. 

53. (new) Use of a substance according to claim 52, wherein the combinations of 

indices x, y and z are defined by 

x = n + 2,y = n + 1, z = 3n + 4, with n = 0, 1, 2, 3; or 

x = n + 1, y = n + 1, z = 3n + 5, with n = 1, 2, 3, 4; or 

being defined by either of: 

x = 1 , y =1 , z = 1 , and one of the indices x or y being 0, or 
x=n, y = n, z = n + 1, with n = 1 or 2 and one of the indices x or y being 0, or 
x = n, y = n, z = 2n + 1 , with n = 2 and one of the indices x or y being 0; or 
being defined by 

x = n, y = n, z = 3n, with n = 1, or 2, or 3; or 
x = n + 1,y = n ) z = 4n + 1 l with n = 1 , or 2.- 

REMARKS 

New claims 27-52 are original claims 1-26 re-written to place them in better form for 
examination. No new matter has been added. 

Attached hereto is a marked-up copy of the new claims 27-53 and how they compare to 
cancelled claims 1-26. 

Further attached hereto are clean copies of new claims 27-53. 
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27. A microelectronic device for storing digital information, the device having a 
switchable ohmic resistance between electrodes, which said ohmic resistance is 
reversibly switchable between different states in response to application of different 
voltage pulses to the electrodes, each different state corresponding to a different value 
of stored information; wherein the ohmic resistance is formed from a substance 
comprising components A x , B y , and oxygen O z , in which: 

said component A is a member of Alkaline metals (group IA), or Alkaline Earth metals 
(group IIA), or Rare Earth elements, or Scandium, or Yttrium; 

said component B is a transition metal being member of one of the groups IB to VIII, or 
a member of one of the groups IMA, IVA, VA; and 

said substance comprising a dopant of one of or a combination of different transition 
metals, the total dopant amount being larger than 0% and smaller than 5%. 

28. The microelectronic device according to claim 27, wherein the ohmic resistance 
is switchable between at least a first state of the different states and a second state of 
the different states by applying to the electrodes a first voltage pulse of the different 
voltage pulses for switching from said second state to said first state or a second 
voltage pulse of the different voltage pulses for switching from said first state to said 
second state. 

29. The microelectronic device according to claim 28, wherein the ohmic resistance 
in the first state is higher than in the second state and wherein the first voltage pulse of 
the different voltage pulses for switching to said first state has an opposite sign to the 
second pulse of the different voltage pulses for switching to said second state. 

30. The microelectronic device according to claim 27, wherein each of the different 
states is obtainable by an erase pulse for switching the ohmic resistance in the region to 
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a high ohmic state of the different states or by providing at least one write pulse for 
switching from said high ohmic state to a lower ohmic state of the different states. 

31 . The microelectronic device according to claim 30, wherein the erase pulse has 
different amplitudes for switching to one of the lower ohmic states . 

32. The microelectronic device according to claim 27, wherein the different states are 
readable by a read voltage smaller in magnitude than the different voltage pulses 
applied for switching to the different states. 

33. The microelectronic device according to claim 27 being usable as a capacitor-like 
structure, wherein the ohmic resistance represents a dielectric. 

34. The microelectronic device according to claim 27, whereby a specific ohmic 
resistance related to one of the different states remains after one of the different voltage 
pulses that leads to said specific ohmic resistance has been applied to the electrodes. 

35. The microelectronic device according to claim 27, wherein said store digital 
information is representable by different values in ohmic resistance of a region, thereby 
preferably storing two or more bits as digital information. 

36. The microelectronic device according to claim 27, in which the combinations of 
indices x, y and z of the substance are definable by 

x = n + 2, y = n + 1, z = 3n + 4, with n = 0, 1,2, 3; or 
x = n + 1,y = n + 1, z = 3n + 5, with n = 1 , 2, 3, 4. 

37. The microelectronic device according to claim 27, in which the combinations of 
indices x, y and z of the substance are definable by either of: 

x = 1 , y =1 , z = 1 , and one of the indices x or y being 0; or 

x=n, y=n, z=n + 1, with n = 1 or 2 and one of the indices x or y being 0; or 

x = n, y = n, z = 2n + 1 , with n = 2 and one of the indices x or y being 0. 
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38. The microelectronic device according to claim 27, in which the combinations of 
indices x, y and z of the substance are definable by 

x = n, y = n, z = 3n, with n = 1, or 2, or 3; or 
x=n + 1,y=n, z = 4n + 1, with n = 1, or 2. 

39. The microelectronic device according to claim 27, comprising a dopant of 
Chromium or Vanadium at an amount larger than 0% and smaller than 5%, preferably 
about 0.2%. 

40. The microelectronic device according to claim 27, wherein at least one of the 
components A x or B y of the substance comprises a combination of elements out of one 
group or out of several of the corresponding groups of A, and B, respectively. 

41 . The microelectronic device according to claim 37, wherein the substance is 
present in the form of a superlattice made by a combination of structural unit cells 
and/or sub-unit cells. 

42. The microelectronic device according to claim 36, wherein the substance is 
present in the form of a superlattice made by a combination of structural unit cells 
and/or sub-unit cells having each a different n, said structural unit cells and/or sub-unit 
cells being each a member of a corresponding homologous series. 

43. The microelectronic device according to claim 38, wherein the substance is 
present in the form of a superlattice made by a combination of structural unit cells 
and/or sub-unit cells having each a different n, said structural unit cells and/or sub-unit 
cells being each a member of a corresponding homologous series. 

44. A memory cell arrangement comprising a microelectronic device, said 
microelectronic device having a switchable ohmic resistance between electrodes, which 
said ohmic resistance is reversibly switchable between different states in response to 
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application of different voltage pulses to the electrodes, each different state 
corresponding to a different value of stored information; wherein the ohmic resistance is 
formed from a substance comprising components A x , B y , and oxygen O z , in which: 

said component A is a member of Alkaline metals (group IA), or Alkaline Earth metals 
(group MA), or Rare Earth elements, or Scandium, or Yttrium; 

said component B is a transition metal being member of one of the groups IB to VIII, or 
a member of one of the groups MIA, IVA, VA; and 

said substance comprising a dopant of one of or a combination of different transition 
metals, the total dopant amount being larger than 0% and smaller than 5%. 

45. A semiconductor device comprising a microelectronic device, said 
microelectronic device having a switchable ohmic resistance between electrodes, which 
said ohmic resistance is reversibly switchable between different states in response to 
application of different voltage pulses to the electrodes, each different state 
corresponding to a different value of stored information; wherein the ohmic resistance is 
formed from a substance comprising components A x , B y , and oxygen O z , in which: 

said component A is a member of Alkaline metals (group IA), or Alkaline Earth metals 
(group HA), or Rare Earth elements, or Scandium, or Yttrium; 

said component B is a transition metal being member of one of the groups IB to VIII, or 
a member of one of the groups IMA, IVA, VA; and 

said substance comprising a dopant of one of or a combination of different transition 
metals, the total dopant amount being larger than 0% and smaller than 5%. 

46. A method for writing information into a memory cell arrangement, said memory 
cell arrangement comprising a microelectronic device having a switchable ohmic 



Serial No. xx/xxx,xxx 



13 



IBM Docket No. CH919980049US1 

resistance between electrodes, which said ohmic resistance is reversibly switchable 
between different states in response to application of different voltage pulses to the 
electrodes, each different state corresponding to a different value of stored information; 
wherein the ohmic resistance is formed from a substance comprising components A x , 
B y , and oxygen O z , in which: said component A is a member of Alkaline metals (group 
IA), or Alkaline Earth metals (group HA), or Rare Earth elements, or Scandium, or 
Yttrium; said component B is a transition metal being member of one of the groups IB to 
VIII, or a member of one of the groups IIIA, IVA, VA; and said substance comprising a 
dopant of one of or a combination of different transition metals, the total dopant amount 
being larger than 0% and smaller than 5%; wherein the method comprising the step of: 

applying one voltage pulse of the different voltage pulses to the electrodes of said 
memory cell arrangement for writing information into it. 

47. The method according to claim 46, further comprising the step of switching the 
ohmic resistance in the region between at least a first state of the different states and a 
second state of the different states by applying to the electrodes a first voltage pulse of 
the different voltage pulses for switching from said second state to said first state or a 
second voltage pulse of the different voltage pulses for switching from said first state to 
said second state. 

48. The method according to claim 47, further comprising the steps of providing an 
ohmic resistance in the first state higher than an ohmic resistance in the second state 
and providing the first voltage pulse for switching to said first state with an opposite 
polarity to the second voltage pulse for switching to said second state. 

49. The method according to claim 46, further comprising the step of obtaining each 
of the different states by providing an erase pulse for switching the ohmic resistance to 
a high ohmic state of the different states or by providing at least one write pulse for 
switching from said high ohmic state to a lower ohmic state of the different states. 
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50. The method according to claim 49, further comprising the step of providing an 
erase pulse with different amplitudes for switching to one of the lower ohmic states. 

51 . A method for reading information out of a memory cell arrangement, said 
memory cell arrangement comprising a microelectronic device having a switchable 
ohmic resistance between electrodes, which said ohmic resistance is reversibly 
switchable between different states in response to application of different voltage pulses 
to the electrodes, each different state corresponding to a different value of stored 
information; wherein the ohmic resistance is formed from a substance comprising 
components A x , B y , and oxygen O z , in which: said component A is a member of Alkaline 
metals (group IA), or Alkaline Earth metals (group IIA), or Rare Earth elements, or 
Scandium, or Yttrium; said component B is a transition metal being member of one of 
the groups IB to VIII, or a member of one of the groups MIA, IVA, VA; and said 
substance comprising a dopant of one of or a combination of different transition metals, 
the total dopant amount being larger than 0% and smaller than 5%: wherein the method 
comprising the steps of: 

applying a read voltage to said memory cell arrangement and 

associating with this information a value of current flowing through said memory cell 
arrangement; or 

applying a current pulse to said memory cell arrangement and 

associating with this information a value of voltage appearing between the electrodes of 
said memory cell arrangement. 

52. Use of a substance for storing digital information, the substance comprising 
components A x , B y , and oxygen 0 2) for making a switchable ohmic resistance within a 
capacitor-like structure, in which: 
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said component A is a member of Alkaline metals (group IA), or Alkaline Earth metals 
(group IIA), or Rare Earth elements, or Scandium, or Yttrium; 

said component B is a transition metal being member of one of the groups IB to VIII, or 
a member of one of the groups MIA, IVA, VA; and 

said substance comprises a dopant of one of or a combination of different transition 
metals, the total dopant amount being larger than 0% and smaller than 5%. 

53. Use of a substance according to claim 52, wherein the combinations of indices x, 
y and z are defined by 

x = n + 2,y=n + 1, z = 3n + 4, with n = 0, 1,2, 3; or 
x = n + 1,y = n + 1, z = 3n + 5, with n = 1 , 2, 3, 4; or 
being defined by either of: 

x = 1 , y =1 , z = 1 , and one of the indices x or y being 0, or 
x = n, y = n, z = n + 1, with n = 1 or 2 and one of the indices x or y being 0, or 
x = n, y = n, z = 2n + 1 , with n = 2 and one of the indices x or y being 0; or 
being defined by 

x = n,y=n,z = 3n, with n = 1 , or 2, or 3; or 
x = n + 1,y = n, z = 4n + 1, with n = 1 , or 2. 
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-127. A microelectronic device ha vin g a regi on (1 4 ) bct w ccn-eteefredefrfl 2, 16) withfor 
storing digital information, the device having a switchable ohmic rc.',istanccwhcrein 
tke resistance between electrodes, which said ohmic resistance s oaid region (1-1) is 
reversibly switchable between different states (1. 2, 3, 1) b y applymgin response to 
application of different voltage pulses (5. 5.1, 6, 6.1. 7, 8) le a ding t o r/di d4mem^smes^^ 
3r4Hft 4to the electrodes, each different state wherein said region f 1 4 ) is m a d e 
^correspo nding to a different value of stored information: wherein the ohmic resistance 
is formed from a substance comprising components A x , B y , and oxygen O z , in -wfeiefc 
substancc which: 



said component A is a member of Alkaline metals (group IA), or Alkaline Earth 

metals (group IIA), or Rare Earth elements, or Scandium, or Yttrium, 
Yttrium; 

said component B is a transition metal being member of one of the groups IB to VIII, or 
a member of one of the groups IIIA, I VA, VA^ 

VA; and 

said substance comprisos comprisina a dopant of one of or a combination of different 
transition metals, the total dopant amount being larger than 0% and smaller than S%r 

5%. 



28. The microelectronic device according to claim 4^27, wherein the ohmic 
resistance in the r e gion (H) is switchable between at least a first stated of the different 
states and a second state(2) of the different states by applying to the electrodesff^+6) 
a first voltage pulsed of the different voltage pulses for switching from said second 
state— (2) to said first state— 0} or a second voltage pulsed of the different voltage 
pulses for switching from said first state(i) to said second state-(2). 
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3~r29. The microelectronic device according to claim 28, wherein the ohmic resistance 
in the first stateff) is higher than in the second statep) and wherein the first voltage 
pulsef§ ; 44 of the different voltage pulses for switching to said first stated has an 
opposite sign to the second pulse(6ri4 of the different voltage pulses for switching to 
said second state-f24. 

4r30. The microelectronic device according to claim 4^27, wherein each of the different 
states (l,2, 3, — 4-) is obtainable by an erase pulse(§) for switching the ohmic resistance 
in the region (1 1) to a high ohmic state(44 of the different states aed/efor by providing at 
least one write pulse (6, 7, 8) for switching from said high ohmic stated to a lower ohmic 
state (2, 3, 1) of the different states. 



31 . The microelectronic device according to claim 30. wherein the erase pulse has 
different amplitudes for switching to one of the lower ohmic states . 

Sr-a e- m icro el ectronic de v ice accordi ng t o cl aim 4r-whefei«-4he erase p u ls e (5)-tes-dl#efem 
amplitudes for switching to one of the lower ohmic states (2, 3, 1). 

& : Fbe-fflkroelcctroni c device acccrding-to one of claims 1 to 4^32. The microelectronic 

device according to claim 27. wherein the different states (l, 2, 3, A) are readable by a 
read voltage^ smaller in magnitude than the different voltage pulses(§, 5.1, 6. 6 .1.7,8 ) 
applied for switching to the different states (1,2, 3 , <\). 

3r33. The microelectronic device according to claim 427 being usable as a capacitor- 
like structure, wherein the region (144ohmic resistance represents a dielectric. 

£34^ The microelectronic device according to claim 4-^27, whereby a specific ohmic 
resistanceefthe-fegie*? — (44) related to one of the different states (l,2, 3 , 4 ) remains after 
one of the different voltage pulses(5, 5.1, 6. 6.1,7,8) that leads to said specific ohmic 
resistance has been applied to the electrodes-^-i^). 
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9t35, The microelectronic device according to one of the preceding claims bemg-akte 
teclaim 27, wherein said store digital informations is representable by different values 
in ohmic resistance of the region — f44 ^a region, thereby preferably storing two or more 
bits as digital information. 



44:36, The microelectronic device according to claim h27. in which the combinations of 
indices x, y and z of the substance are definable fey 

by 

x=n+2, y=n + 1, z = 3n + 4, with n = 0, 1, 2, 3; or 
x = n + 1, y = n + 1, z = 3n + 5, with n = 1, 2, 3, 4. 

44t37, The microelectronic device according to claim 4-^27, in which the combinations of 

indices x, y and z of the substance are definable by either of: 

x = 1 , y =1 , z = 1 , and one of the indices x or y being 0; or 

x = n, y = n, z = n + 1, with n = 1 or 2 and one of the indices x or y being 0; or 

x = n, y = n, z = 2n + 1 , with n = 2 and one of the indices x or y being 0. 

43r38, The microelectronic device according to claim 4^27, in which the combinations of 
indices x, y and z of the substance are definable by 
x = n, y = n,z = 3n, with n = 1,or2, or 3; or 
x = n + 1,y = n, z = 4n + 1 , with n = 1 , or 2. 

^3JL The microelectronic device according to claim 4^27, comprising a dopant of 
Chromium or Vanadium at an amount larger than 0% and smaller than 5%, preferably 
about 0.2%. 

11 The microel e ctronic device according to claim 1, wherein at least one of the components 
er-Bv of the substance comprises a combination of elements out of one group or out of several 
of the correspondi ng grou p s o f A, and B, r e specti v e ly-. 
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15 . Th e micfeeteeferaic- device accordin g to claim 11, wherei n th e sub s taiiceH- S '' pr cscnf4e^fee 
ferm-e f a superlattice made b y a combifK^efl^ 

16. The microelectroni c de v ice aeeerdffig-4^^ t h e substance is pre s ent 
fee f o rm o f a -- s &pei^^ m ^ . m ^ ree ^ s 
havmgH^elH^ stmctural-eiritr-eells a nd ^ - s ^b-roi^^ 

of a co rF e6peefeg4^melege H - S" Ser ie s , 

1 7. A memory cell arrange me n t - com p risin g a microelectronic d evic e acco r ding-4e-~eBe-ej 1 4he 

precedin g cl aim s 1 to 16. 

- 18. A sem i condeetey-device comprising a m icr oel ccto oi e-devie^-aeeerd mg to on e of the 
pffeeeding claim s 1 to 1-6 - : - 

4 9 . A methed-^^ a memefy-eeH-ra^^ 

comprising the step efe 

app lyi ng one v olta ge p ulse of th e d iffe re n t v olt ag e pulses (5, 6 , 7, 8 ) to th e electrodes-^ 
■ 16 ) of s ai d memory ce ll arran g eme nt for wr iting information int o i t. 

2^rTh^^m4r^cQOTdmg to claim 19, wfeerem t h e oh mi c rcsistanee in the re g ion — (M) is 
s¥ e 4tebed^etwee n a t le as t a fi rst sta te ( 1) of^e-dtffe-re-Ht s t at es a nd a s cc o Bd-state-@^e£4fee 
difeert^Mes-^^ pl yin g to the electrodes (12, 1 6 ) a fir s lr-voto^^ 
difeeHt^etege pulses for switching from sa id s econd state (2) to-a ri d first slate-(4^^a 
s e c ond volt age pul se (6 .1) of t he different voltage pulse s f or s wit ching from said firs t-state 
(j-He -sa id se co n d state (2). 

21. The method accordin g to clai m 20, wh erein the o hmic r esi st a n ce in t h e firs t s t ate (1) is h i g he r 
t han i n th e seco n d stat e ( 2) ard-^m^n^he^si^k^c pulse (5.4>fef-svvitching to^akt-first 

stated 
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23r^¥h & method-according t o claim-4-9, - wh ere m each of the different states (K X 3, 4) arc 

etemed by an era se p ulse ( 5) for switching the ohmic resistance in the regies — (1 1) to a 
bt^h-o hm ic s ta te (l)-of the d if ferent states and /e y^4eas^Be^#^ipulse (6, 7, 8) feg 
s w itc h ing frem~said 4iigh ohm k sta t e (1) te-a lower ohmic state (2, 3, 4 ) of Ae^fe^ee^tales 
m^^p&^iasi%^B-^^ ^^ ^ Av^ (6, 7, 8)> 

a^ha-ffletfeod according to claim 22, wh erein the erase prise-{g)^ for 
switching to one of the lewe^ekmfe^ 
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24; A method for reading information out of a memory cell arrangement according to claim 17 

c om prisin g t he s teps e fe 
— applying a read voltage (9) to said memory cell arrangement and 

— as s ociatin g wit h t his inf o r ma ti on a v al ue o f cuH giri-41ewiHftg-thro ugh said memo r y ccl -1 
— applying a current pulse to said memory c e ll arrangem e nt and 

— asseekt tin g with-tfais4gfi>i ro ation a v atoe-ePvo ltag e ap p e aring bct\veen4he^teem>d«s44^.4-6) 
ef- s aid memory cell arrangement. 

25. Us e of a su bstance comprising com po n ent s A iVr B y v-and. oxy gen Qg^af- makin g a r egi on (11) 
having a owitchablc ohmic resistance within a capacitor like structure, in which substance 

said compo n ent A is a me m ber of A lkaline metals (gr o up I A), or Alkaline Earth metals 

(group HA), or Rare Earth ele m e n t s , or Scand ium - j-e f-YtfekHft; 

said component B is a transition metal being member of one of the gro u ps I B t o VIII . or a 
member of one of the g roups IHA, IV A, VAr 

sa M40. The microelectronic device according to claim 27, wherein at least one of 
the components A y or B y of the substance comprises a combination of elements out of 
one group or out of several of the corresponding groups of A. and B, respectively. 

41 The microelectronic device according to claim 37, wherein the substance is 

present in t he form of a superlattice made bv a combination of structural unit cells 
and/or sub-unit cells. 



42, The microelectronic device according to claim 36. wherein the substance is 

present in the form of a superlattice made bv a combination of structural unit cells 
and/or sub-unit cells having each a different n. said structural unit cells and/or sub-unit 
cells being each a member of a corresponding homologous series. 

43: The microelectronic device according to claim 38. wherein the substance is 

present in the form of a superlattice made bv a combination of structural unit cells 
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and/or sub-unit cells having each a different n, said structural unit cells and/or sub-unit 
cells being each a member of a corresponding homologous series. 

44. A memory cell arrangement comprising a microelectronic device, said 
microelectronic device having a switchable ohmic resistance between electrodes, which 
said ohmic resistance is reversibly switchable between different states in response to 
application of different voltage pulses to the electrodes, each different state 
corresponding to a different value of stored information; wherein the ohmic resistance is 
formed from a substance comprising components Ay , B y , and oxygen 0 7 . in which: 

said component A is a member of Alkaline metals (group IA), or Alkaline Earth metals 
(group HA), or Rare Earth elements, or Scandium, or Yttrium; 

said component B is a transition metal being member of one of the groups IB to VIII. or 
a member of one of the groups III A. IVA. VA; and 

said substance comprising a dopant of one of or a combination of different transition 
metals, the total dopant amount being larger than 0% and smaller than 5%. 



45. A semiconductor device comprising a microelectronic device, said 
microelectronic device having a switchable ohmic resistance between electrodes, which 
said ohmic resistance is reversibly switchable between different states in response to 
application of different voltage pulses to the electrodes, each different state 
corresponding to a different value of stored information; wherein the ohmic resistance is 
formed from a substance comprising components Ay . B y, and oxygen O z , in which: 

said component A is a member of Alkaline metals (group IA). or Alkaline Earth metals 
(group HA), or Rare Earth elements, or Scandium, or Yttrium; 

said compo nent B is a transition metal being member of one of the groups IB to VIII. or 
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a member of one of the groups I HA. 1VA, VA: and 

said substance comprisi ng a dopant of one of or a combination of different transition 
metals, the total dopant amount being larger than 0% and smaller than 5%. 



4£L — A method for writing infor mation into a memory cell arrangement, said memory 
cell arrangement comprising a microelectronic device having a switchable ohmic 
resistance between ele ctrodes, which said ohmic resistance is reversiblv switchable 
between different states i n response to application of different voltage pulses to the 
electrodes, each different state corresponding to a different value of stored information: 
wherein the ohmic resist ance is formed from a substance comprising components Av. 
B Vl and oxygen O y , in which: said component A is a member of Alkaline metals (group 
IA), or Alkaline Earth metals (group 1IA). or Rare Earth elements, or Scandium, or 
Yttrium; said component B is a transition metal being member of one of the groups IB to 
Vlll, or a member of one of the groups IIIA. IVA, VA: and said substance comprising a 
dopant of one of or a com bination of different transition metals, the total dopant amount 
being larger than 0% and smaller than 5%: wherein the method comprising the step of: 

applying one voltage puls e of the different voltage pulses to the electrodes of said 
memory cell arrangement for writing information into it. 



4£ The method according to claim 46. further comprising the step of switching the 

ohmic resistance in the region between at least a first state of the different states and a 
second state of the differe nt states bv applying to the electrodes a first voltage pulse of 
the different voltage pulses for switching from said second state to said first state or a 
second voltage pulse of the different voltage pulses for switching from said first state to 
said second state. 



^ The method according to claim 47. further comprising the steps of providing an 

ohmic resistance in the first state higher than an ohmic resistance in the second state 
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and providing the first voltage pulse for switching to said first state with an opposite 
polarity to the second voltage pulse for switching to said second state. 



49. The method according to claim 46, further comprising the step of obtaining each 
of the different states by providing an erase pulse for switching the ohmic resistance to 
a high ohmic state of the different states or by providing at least one write pulse for 
switching from said high ohmic state to a lower ohmic state of the different states. 



50. The method according to claim 49, further comprising the step of providing an 
erase pulse with different amplitudes for switching to one of the lower ohmic states. 

51 . A method for reading information out of a memory cell arrangement, said 
memory cell arrangement comprising a microelectronic device having a switchable 
ohmic resistance between electrodes, which said ohmic resistance is reversiblv 
switchable between different states in response to application of different voltage pulses 
to the electrodes, each different state corresponding to a different value of stored 
information; wherein the ohmic resistance is formed from a substance comprising 
components A» . B y, and oxygen Q r , in which: said component A is a member of Alkaline 
metals (group IA), or Alkaline Earth metals (group liA). or Rare Earth e lements, or 
Scandium, or Yttrium; said component B is a transition metal being member of one of 
the groups IB to VIII. or a member of one of the groups IHA, IVA, VA; and said 
substance comprising a dopant of one of or a combination of different transition metals, 
the total do pant amount being larger than 0% and smaller than 5%: wherein the method 
comprising the steps of: 

applying a read voltage to said memory cell arrangement and 

associating with this information a value of current flowing through said memory cell 
arrangement: or 

applying a current pulse to said memory cell arrangement and 
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associating with this information a value of voltage appearing between the electrodes of 
said memory cell arrangement. 



52. Use of a substance for storing digital information, the substance comprising 
components Ax, By, and oxygen O?, for making a switchable ohmic resistance within a 
capacitor-like structure, in which: 

said component A is a member of Alkaline metals (group IA), or Alkaline Earth metals 

(group IIA), or Rare Earth elements, or Scandium, or Yttrium; 

said component B is a transition metal being member of one of the groups IB to VIM, or 
a member of one of the groups MIA, 1VA, VA; and 

said substance comprises a dopant of one of or a combination of different transition 
metals, the total dopant amount being larger than 0% and smaller than 5%. 

2& Us e o f a substance aceerdi ng to the-pr e c ed ing ek im, w hcrefe y53. Use of a substance 

according to claim 52, wherein the combinations of indices x, y and z are defined by 
x=n + 2,y = n + 1, z = 3n + 4, with n = 0, 1 , 2, 3; or 

x = n + 1 , y = n + 1 , z = 3n + 5, with n = 1 , 2, 3, 4; or 

being defined by either of: 

x = 1 , y =1 , z = 1 , and one of the indices x or y being 0, or 

x = n,y = n, z = n + 1, with n = 1 or 2 and one of the indices x or y being 0, or 

x = n, y = n, z = 2n + 1 , with n = 2 and one of the indices x or y being 0; or 

being defined by 

x - n, y = n, z = 3n, with n = 1 , or 2, or 3; or 
x = n + 1,y = n,z = 4n + 1, with n = 1, or 2. 
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MICROELECTRONIC DEVICE FOR STORING INFORMATION 
AND METHOD THEREOF 



BACKGROUND OF THE INVENTION 



FIELD OF THE INVENTION 



The present invention relates to electronic and microelectronic devices. In particular, the 
present invention relates to a plurality of materials showing a switching phenomenon 
and a built-in memory by the aid of which a new principle of storing and reading 
information in memory cells of semiconductor chips and a plurality of fundamental 
improvements on electronic or microelectronic devices can be achieved. 



DESCRIPTION AND DISADVANTAGES OF PRIOR ART 



Although the present invention is applicable in a broad variety of microelectronic or 
electronic applications it will be described with the focus put on an application to 
memory cells as RAM (Random Access Memory), for example. 

The need to remain cost and performance competitive in the production of 
semiconductor devices has caused continually increasing device density in integrated 
circuits. To facilitate the increase in device density, new technologies are constantly 
needed to allow the feature size of these semiconductor devices to be reduced. 



Conventional DRAM cells, whereby DRAM stand for Dynamic Random Access Memory, 
consist of a transistor and a capacitor mostly made from Silicon dioxide (Si02). They 
need the transistor to control the inflow and outflow of charge stored in the capacitor as 
the physical quantity exploitable for storing information. Said transistor also decouples 
the capacitors from each other. Such DRAM cells have the disadvantage, that 
information stored therein is volatile and as such can principally be lost on each power 
supply failure. Further, the time needed to refresh the information contained in DRAM 
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cells delimits the read and write performance of such cells. Finally, the structure of such 
a DRAM cell is quite complex due to the required transistor. 

Thus, a change in computer RAM technology beyond conventional DRAM technology 
would be desirable. 

The use of ferroelectric non-volatile RAM (NVRAM) cells would already be a great step 
forward as information would not be lost on any power failure although the structure of 
the memory cell would remain complex, too. In such ferroelectric RAMs the polarization 
of the bit storing layer is exploited instead of a capacitor's capacity in DRAM cells for 
defining two different states which can be associated with two different logical values. A 
long term repetitive switching between two different states of remanent polarization, 
however, fatigues the ferroelectric properties of the material, as e.g. lead zirconium 
titanate (PZT). 

In 'Physics Today' July 1998, page 24 a further high permittivity material and a 
respective semiconductor fabricating technology is proposed which allows the computer 
industry to use the equipment of its conventional DRAM manufacturing plants without 
having to perform basic retooling. It is the so-called high permittivity DRAM technology. 

Herein, the charge of a capacitor can be used to store information as it is done in 
conventional DRAM technology as the polarization of a high permittivity layer depends 
linearly on the applied voltage, as required for charging the DRAM capacitors. A high 
permittivity material as e.g. barium strontium titanate (BST) having a permittivity er 
about 500 instead of er about 4 for silicon dioxide would allow to reduce the space 
needed for the capacitor as its capacitance is proportional to its area and the magnitude 
of its permittivity value. This in turn would allow higher integration levels compared to 
conventional silicon oxide materials used in DRAM cells as the capacitor's area 
consumption is large as compared to that of the coupled transistor. 



CH919980049US1 

But, nevertheless, as a disadvantage remains that the leakage current is still significant. 
Thus, refreshing is a must. 

Investigations in the sixties at oxide diodes and thin oxide films revealed several 
5 phenomena. For example, J. F. Gibbons and W. E. Beadle reports in their article 

"Switching properties of thin NiO films", Solid-State Electronics, Pergamon Press 1964, 
Vol. 7, pp. 785-797, about a two-terminal solid-state switch made from a thin film of 
nickel oxide. After about 100 - 1000 switching cycles, the device could not be switched 
out of an ON condition with normal switching signal amplitudes. Other tests on oxide 
10 diodes were performed whereby switching was induced by applying high voltages. 
These diodes broke down after a few cycles and became unusable. T.W. Hickmott 
reports in Applied Physics Letters, Vol. 6, No. 6, on page 106 and in the Journal of 
l £l Vacuum Science and Technology, Vol. 6, No. 5 on page 828 about bistable switching in 

'ill 

M> Niobium oxide diodes. He noticed that the metal electrode plays an important role. To 
lifij sum up, the tested devices and materials showed that they were either difficult to 
Til control or unreliable. 

JJ; In US Patent No. 4,931 ,763 a memory switch is described that bases on metal oxide 
M< thin films. The memory switch is irreversible and therefore only switches once. It can be 
2K used as connection element in circuits and arrays but not for storing of changing 
M information. 

Finally, with increasing integration near and beyond the 1 Gbit chip due to smaller 
capacitor size the area consumption of the transistor of a memory cell is not negligible 
25 anymore. Thus, a great step forward to Ultra Large Scale Integration (ULSI) would be to 
simplify the structure of a memory cell as much as possible. 
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OBJECTS OF THE INVENTION 

Therefore, an object of the present invention is to provide a robust simply structured, 
reliable and non-volatile memory cell. 

5 

It is another object of the present invention to provide a new simpler method for stable 
storage of information into such a memory cell and a reproducible erasing and reading 
from it. 

10 It is another object of the present invention to provide a simply structured and non- 
volatile memory cell which is able to store more than only two distinct values, i.e., which 
^ is usable for multilevel storage. 

2 SUMMARY AND ADVANTAGES OF THE INVENTION 

f ll These objects of the invention are achieved by the features stated in the following 
^ description and claims. 

M The basic discovery underlying the present invention concerns a plurality of doped 
2(£jj oxide substances including perovskites and related compounds, i.e. materials, for use in 
N microelectronic devices and in electronic circuits and particularly for use in 

semiconductor chips which combine both, a switching phenomenon in resistance and a 

built-in memory. 

25 A feature of the present invention includes a microelectronic device design such that it 
comprises a region between electrodes having a switchable ohmic resistance wherein 
the region is made of a substance comprising components Ax, By, and oxygen Oz. The 
ohmic resistance in the region is reversibly switchable between different states by 
applying different voltage pulses. The different voltage pulses lead to the respective 

30 different states. An appropriate amount of dopant(s) in the substance improves the 
switching, whereby the microelectronic device becomes controllable and reliable. 

4 
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In general and coinciding with the wording of the claims substances are meant 

comprising components A x, B y, and oxygen Oz, in which substance said component A 

is a member of Alkaline metals (group IA in the periodic system of elements), or Alkaline 

Earth metals (group IIA), or Rare Earth elements, or Scandium, or Yttrium, 

said component B is a transition metal being member of one of the groups IB to VIII, or 

a member of one of the groups IIIA, IVA, VA and the substance has a crystalline 

structure. 

Various other objects, features, and attendant advantages of the present invention will 
become more fully appreciated as the same becomes better understood when 
considered in conjunction with the accompanying drawings, in which like reference 
characters designate the same or similar parts throughout the several views. 

BRIEF DESCRIPTION OF THE DRAWINGS 

The present invention is illustrated by way of example and is not limited by the shape of 
the figures of the accompanying drawings. 

Fig. 1 is a schematic drawing of a perovskite oxide capacitor-like structure of a 
microelectronic device usable as memory cell in accordance with the present invention. 

Figs. 2A to 2C show current-voltage characteristics of a 300 nm thick Cr doped oxide 
capacitor-like structure in accordance with the present invention. 

Figs. 3Ato 3C show the principles of operation of the capacitor-like structure analyzed 
in Figs. 2A to 2C as a memory device in accordance with the present invention. 

Figs. 4A to 4C show the operation of a further microelectronic device as a multilevel 
memory device in accordance with the present invention. 
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Figs. 5A to 5H show results of measurements over an extended time period in 
accordance with the present invention. 

Fig. 6 shows a schematic circuit diagram representing the arrangement of a 4-bit- 
5 memory circuit in accordance with the present invention. 

DESCRIPTION OF THE PREFERRED EMBODIMENT 

Generally, an elementary cell of the corresponding lattice structure comprises a cell 
10 center molecule which is surrounded by a plurality of oxygen-molecules each having in 
turn a center molecule. Both types of said center locations can principally be taken by 
n either of the component A, or B, respectively. In other words, there are a plurality of 
# substances, i.e., where chemically appropriate, in which A and B can change their 

locations. In view of the large plurality of the different usable substances this 
ljjjj understanding of the basic formula given above should be stressed in order to assure 
f|| the intended scope and to conserve clarity and conciseness of the appended claims, 
■f concurrently. 

Q 

j„ fc Said substances comprise some specific range of amount of a dopant of one of or a 
2( 5 combination of Chromium, Vanadium, or Manganese, or further transition metals. 

In particular, any substance comprising components A x, B y, and oxygen Oz, in which 
substance said component A is a member of Alkaline metals (group IA), or Alkaline 
Earth metals (group IIA), or Rare Earth elements, or Scandium, or Yttrium, and said 

25 component B is a transition metal being member of one of the groups IB to VIII, or a 
member of one of the groups IMA, IVA, VA are substances which are able to solve the 
problem underlying to the present invention, when doped with a dopant of one of or a 
combination of transition metals, in particular but not exclusively with Chromium, 
Vanadium, or Manganese, the total dopant amount being larger than 0% and smaller 

30 than 5%, and preferably about 0.2% when (BaSr)Ti0 3 is doped with Chromium only. 
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Other preferred amounts of dopants are specific for each dopant element used and 
substance to be doped. 

Having found the appropriate amount of dopant(s), a stable switching behavior required 
to operate a microelectronic device, such as a memory cell, can be provided. Fast write, 
read and erase processes, similar to time scales that are reached with conventional 
dynamic memories, are achievable. 

Some additional specific requirements should be met by the combination of indices x, y, 
z in order to find the substances adapted to the present concept. Each of the following 
items define a subclass of substances which show the desired switching effect: 

The combinations of indices x, y and z being defined by 

x = n + 2, y=n + 1,z = 3n + 4, with n = 0, 1, 2, 3 reveal the so-called Ruddlesden 
Popper phases like e.g., Sr 2 Ru0 4 (xyz-index sequence 214) or Sr 3 Ru 2 0 7 (xyz = 327) 
and others. 

The combinations of indices as defined above with n = 0 contain among others a 
separate class of substances which adopt a spinell structure as it is e.g., Mg2Ti04 
(214), Cr 2 Mg0 4l AI 2 Mg0 4 with A and B positions reversed, i.e. the B cations originally 
indexed by y are located on the position indexed by x and the A cations on the position 
indexed by y, or substances with x and y indexing B cations only (B 2 B0 4 ), examples are 
Fe 2 Co0 4 , Fe 2 Fe0 4 (Fe 3 0 4 ). 

The combinations of indices x, y and z being defined by 

x=n + 1,y = n + 1,z = 3n + 5, with n = 1 , 2, 3, 4 reveal a separate class of substances 
which partly provide substances having an oxygen intercalation. 

The combinations of indices x, y and z being defined by either of: 
x=1,y=1,z = 1, 

and one of the indices x or y being 0, reveal exemplary substances like BeO, MgO, 
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BaO, CaO, ... NiO, MnO, CoO, CuO, ZnO, or 
x = n, y = n, z = n +1 with n = 1 or 2 

and one of the indices x or y being 0, for n=1 , reveal substances like Ti02, V02, Mn02, 
5 Ge0 2 , Ce0 2 , Pr0 2 , Sn0 2 , 

for n = 2, reveal substances like Al 2 0 3 , Ce 2 0 3 , Nd 2 0 3 , Ti 2 0 3 , Sc 2 0 3 , La 2 0 3 or 

x = n, y = n, z = 2n +1 with n = 2 
10 and one of the indices x or y being 0, reveal exemplary substances like Nb 2 0 5 , Ta 2 O s 
and others. 

3 Tne combinations of indices x, y and z being defined by 

w x = n, y = n, z = 3n, with n = 1 , or 2, or 3 reveal a separate class of substances for n = 1 
ljjd the so-called perovskites, like SrTi0 3 , BaTi0 3 , KNb0 3j LiNb0 3 , and others, 

m for n = 2 Sr 2 FeMo0 6 and similar substances are provided having a (226) index 

M, sequence. 

20» The combinations of indices x, y and z being defined by 

ili x = n + 1,y = n,z = 4n + 1, with n = 1 , or 2 reveal a separate class of substances. 

For n = 1 substances having an index sequence (215) like AI 2 Ti0 5 , Y 2 Mo0 5 and others 
are provided, and 

25 

SrBi 2 Ta 2 0 9 and similars are provided for n = 2. 

Each of the classes mentioned above can be modified by varying the composition of the 
substance in order to achieve that at least one of said components Ax or By, 
30 respectively, is comprised of a combination of elements out of one group or out of 
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several of the corresponding groups of A, and B, respectively. 

A further modification is provided by providing a superlattice made by a combination of 
structural unit cells and/or sub-unit cells as it is published in 'E. Kaldis et al. (eds.), High- 
Tc Superconductivity 1996: Ten Years After Discovery, pp. 95-108', having each a 
different n, and in which structural unit cells and/or sub-unit cells are each a member of 
a corresponding homologous series obtained by oxygen intercalation. A further 
modification is provided by providing a superlattice made by a combination of structural 
unit cells and/or sub-unit cells of the Ruddlesden-Popper type structures having each a 
different n, and in which said structural unit cells and/or sub-unit cells are each a 
member of a corresponding homologous series. In said lattice modifications lattice 
structures are formed in which single or multiple transition metal oxygen octahedra 
layers are separated by one or more block layers consisting of component A and 
oxygen. 

One preferred member of that plurality of substances is BaxSn.xTiOs with 0 <= x <= 0.7 
and having a dopant amount of Chromium between 0% and 5%, preferably between 0 
and 1%, even more preferably about 0.2%. 

Others members of that plurality are materials according to Ba x Sri. x Ti0 3 with 0 <= x <= 

0. 7 and having a dopant of Vanadium between 0% and 5%. 

Manganese is a preferred dopant, too, particularly in composition with Chromium or 
Vanadium. 

Further members of that plurality are perovskite related compounds with other transition 
metal cations such as Nb. Further dopants can be transition metal elements and 
combinations thereof, i.e., elements having their valence electron(s) on the d-orbital, 

1. e., 3d, 4d, or 5d -orbital. 
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When such a material is used for example as a dielectric layer in a capacitor-like 
structure to form the microelectronic device, it stays switched in either a high or a low 
conductivity state depending on a voltage pulse being applied to it until it is switched 
into the other state by applying a new voltage pulse. Thus, said capacitor-like structure 
5 having such a complex dielectric material has a resistance which can be varied by 
applying short voltage or, alternatively, short current pulses to the embedding 
electrodes. 

As the most decisive electrical property of such a microelectronic device is the change 
10 in resistance depending on a defined, applied voltage pulse between the two terminals 

of the microelectronic device, whereby said capacitor-like structure can be regarded as 
Q a 'switchable resistor'. Said switching behavior is known to be effectuated by a voltage 
■Si or current driven hysteresis behavior. 

! tj Due to said property it is possible to store digital information by different values of 
ill resistance, i.e., by associating a high resistance state with a logic '0' and a low 
;r resistance state with a logic '1'. The actual state and thus the stored information can be 
5 read out by a current readout or measuring the leakage current as it is relatively large 
h with low resistance of the dielectric layer and vice versa. Thus, the leakage current 
2(fi which impedes the performance of prior art DRAM technology can be usefully taken for 
reading the stored value. According to the invention neither the static charge of a 
capacitor nor the polarization of any ferroelectric material is needed to be used for 
storing information but, instead, its resistance. 

25 Thus, a simple way to store information can be followed by realizing the above 
mentioned concept. 

The material usable in connection with the present invention when used for e.g. RAM 
cells has the advantage, in relation to prior art memory cells, that new cells can be 
30 constructed just comprising a single capacitor-like structure device with only one pair of 
electrode terminals for operating it, i.e. to read from, to write into or to erase without a 
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transistor arrangement being necessarily coupled with a capacitor used in prior art to 
perform the operating functions of a prior art DRAM cell. One terminal of such a cell is 
connected to ground and the other is used for writing, erasing or just reading. 

Thus, RAM cells can be constructed to use considerably less space on a chip and 
considerable less manufacturing steps. 

Further, the usable material has a remarkable high retention time of at least several 
months with no power connected and can thus be used as a non-volatile memory. Thus 
a double advantage can be achieved: first, the full time is available for the read and 
write processes because the refresh cycles and therefore the refresh circuitry are not 
required anymore and, secondly, a data storage security is increased as a loss of power 
supply does not imply a loss of stored data. 

Basically, the memory cell can be operated in either a voltage controlled or in a current 
controlled regime, i.e. information can be stored by applying voltage pulses or by 
applying current pulses. In both cases the information can be read by sensing voltage or 
current. For purposes of improved clarity of this disclosure, however, only the voltage 
regime is described in the detailed description down below. 

Finally, for example in the voltage controlled mode the current flowing when reading a 
T compared to that one when reading a '0' value is about 20 times larger due to the 
difference in resistance. This feature can advantageously be used for storing more than 
only one bit in the same cell. Thus, a plurality of two, three, or more bits can be stored 
or removed by applying different voltage pulses, single pulses or sequences thereof 
having different shape, level, or duration or being different in number to write and erase. 
A sufficiently large distance between the different levels can hereby be maintained. 

With general reference to the figures and with special reference to Fig. 1 the essential 
structure of a microelectronic device 10 having a capacitor-like structure is described in 
more detail. Such a microelectronic device 10 is useable as a memory cell. 

11 
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The microelectronic device 10 comprising an oxide base electrode 12 made from 
SrRu0 3 and a region 14 with an oxide insulator layer made from (BaSr)Ti0 3 slightly 
doped with Chromium (Cr) for the insulating material and a metallic Gold (Au) top 
5 electrode 16 on a SrTi0 3 substrate 18 was fabricated with pulsed laser deposition. The 
microelectronic device 10 has a thin film capacitor-like structure. 

One terminal 20 is connected to said top electrode 16, the other terminal 22 is 
connected to said base electrode 12. 

10 

In an arrangement setup for testing the basic switching behavior and further physical 
n( properties of the microelectronic device 1 0 the insulator layer thickness was 300 
f-M nanometers. 

%& 

The insulator layer of the region 14 was doped with Chromium (Cr) at an amount of 

rti 0.2%. 

P The leakage current was measured as it is depicted in the drawing as a function of the 
M bias voltage generated by a DC voltage source 24 between said terminals 20, 22. 

2(jE 

M< With respect to Fig. 2A to 2C the leakage current voltage characteristic is illustrated in 
Fig. 2A linearly, in Fig. 2B with a logarithmic leakage current scale of its absolute 
amount and in Fig. 2C with both logarithmic scales. 

25 For small applied bias voltages like several 10 mV a linear current voltage characteristic 
(IVC) can be observed. A quadratic dependence of the current from the applied voltage 
can be seen for moderate applied voltages as several 100 mV. 

This IVC shape and behavior can be described as space charge limited current. Larger 
30 applied voltages result in an exponential like rise of the leakage current with increasing 
applied voltages. 

12 
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The capacitor-like structure of the microelectronic device 10 shows a reproducible 
switching behavior causing a hysteresis loop in the current voltage characteristic, 
described next below: 

5 

A large negative bias voltage -negative with respect to the SrRu03 electrode- leads to a 
sudden increase of the leakage current, depicted at about - 0.8 Volt. Sweeping back to 
large positive bias voltage the leakage current drops back to a low value again depicted 
at + 0.7 Volt. Said sudden increase and said sudden drop back of leakage current are 
10 essential features for switching and deciding between different states. 

g According to the invention it is possible to operate the microelectronic device 10 as a 

* very simple device or memory device, i.e. memory cell in a RAM due to and with the 

u described underlying switching behavior. This will be illustrated in conjunction with Figs. 

li;{ 3A to 3C and 4A to 4C. 

Basically, by applying a write voltage pulse to the microelectronic device 1 0 the system 
g is switched into a low resistance state which can be regarded as storing information. An 
K erase voltage pulse recovers the resistance state of the microelectronic device 1 0 and 
2(g the information is removed, i.e. erased. 

As can be seen in Fig. 3A a series of 300 ms long different voltage pulses depicted as 
sharp peaks were applied to the electrodes (12,16) of the microelectronic device 10. 

A write pulse, also called second voltage pulse 6.1, that here is a negative pulse is used 
to write information which after a certain delay is removed by an erase pulse, also called 
first voltage pulse 5.1, that here is a positive pulse. In general, each first voltage pulse 
5. 1 leads to a first state 1 , a high ohmic state, and on the other hand each second 
voltage pulse 6.1 leads to a second state 2, a low ohmic state, as can be seen from Fig. 
3A in conjunction with Fig. 3C. Between the repeating voltage pulses 5.1, 6.1 a small 
negative read voltage 9 is switched on and off periodically to read the information and to 
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simulate a realistic readout process. 120 reading cycles each having a duration of 1 sec 
are performed after each write or erase pulse. This readout procedure is schematically 
depicted in a better time resolution by the zoomed portion in Fig. 3A. 

5 The readout from the microelectronic device 10 is performed by measuring the leakage 
current flowing at a small applied voltage of - 0.2 V as it is depicted in Fig. 3B which 
shows current spikes occurring during write and erase followed by the readout period 
with currents one order of magnitude lower. Fig. 3C is a leakage current scale 
enlargement of Fig. 3B and clearly shows the above-mentioned first state 1 and second 
10 state 2. 

Two different resistance states can be clearly separated: The first state 1 around 30 
hQ nano Amperes yielding a resistance of R = 6.6 Mega Ohm and the second state 2 

having a leakage current of 650 nano Amperes yielding a resistance of R = 300 kilo 
lijj Ohm. The first state 1 will now be associated with a logic state '0' and the second state 
ill 2 with a logic state '1'. 

The '1 ' resistance value is 20 times smaller than the '0' value. A clear separation of the 
u two logic states '1' and '0' is thus achieved. 

2(1 

M Additionally, this remarkable dependence of the resistance on the applied voltage pulse 
5.1, 6.1 together with the hysteretic behavior also allows to write different values to the 
microelectronic device 10 and to read them out with a single pre-specified read-out 
voltage. This so-called multi-level switching phenomenon is discussed later in more 
25 detail. 

During the experimental measuring runs in this example information was written and 
erased during 300 ms - the duration of the sharp peaks - and stored for 240 s. The time 
to write and erase information was a specifically selected experimental parameter but is 
30 not limited by the memory device itself. Therefore, the ultimate speed for the write/erase 
process is much higher, as shown with reference to Fig. 5. 
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The time over which information can be stored is much longer than those 240 s 
measured experimentally, as further measurements confirmed that are shown in Fig. 5. 

5 If one analyzes the switching behavior of such capacitor-like structures with varying Cr 
doping it can be observed that the switching behavior is more pronounced for slightly Cr 
doped structures, i.e. the best results are obtained with Cr-doping around 0.2%. For 
these capacitor-like structures the difference between '0' and T was the best with 
adequate reproducibility. 

10 

Summarizing the main aspects of the present invention includes a structure having a 
DC-resistance changing sensitively with the applied voltage pulses and consisting of 

J| oxides doped can be operated as a memory device or cell with the following intriguing 

; iUi properties: 

m 

i=lj What is achieved is a very simple structure because the whole memory cell is a 

« capacitor-like structure. Thus they can be operated with only two terminals with a single 

M terminal for read, write and erase. Thus, they are best adapted for ULSI technology. 

2GB Further, the difference in resistance between the '0' value and T value is at least one 
M i order of magnitude as can be seen from Fig. 3C. As can be seen further from the IVC 
depicted in Fig. 2A, a large resistance range can thus be exploited to store a plurality of 
different logical values, i.e., the so-called multilevel switching can be achieved. For this, 
a plurality of write pulses different in size, etc., as mentioned earlier can be applied to 

25 write specific logical values into the memory cell, in order to realize not a binary system 
but, e.g., a digital decimal system based on 10 different logical values being able to be 
written into and to be read from said memory cell in subsequent write/ read/erase 
cycles. 

30 Finally, the information is stored over long times which is a remarkable advantage 
compared to conventional DRAM cells. 

15 
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Fig. 4A to 4C show the operation of a further microelectronic device, a second memory 
device, that can be used as a multilevel memory device. Since the Fig. 4A to 4C are 
related to each other, they will be regarded in context to understand the operation of the 
second memory device. This second memory device for the sake of simplicity is not 
depicted but is structured as shown in Fig. 1. The second memory device comprising an 
oxide base electrode 12 made from SrRu03 and a region 14 made from SrZr03 slightly 
doped with 0.2% Chromium (Cr) for the insulating material and a metallic (Pt/Ti) top 
electrode 16 on a SrTi03 substrate 18 was fabricated with pulsed laser deposition 
again. 

As can be seen in Fig. 4A a series of different voltage pulses depicted as sharp peaks 
were applied to the second memory device. In particular, erase voltage pulses 5, low 
write pulses 6, medium write pulses 7, and high write pulses 8 were applied in a defined 
repeating sequence in order to simulate realistic erase and write processes. Each peak 
of the erase voltage pulses 5 indicates 30 pulses with a duration of 1 ms. A small read 
voltage 9 were applied appropriately in intervals of 10 s in order to read information. 
This read voltage 9 is smaller in magnitude than the different voltage pulses 5, 6, 7, 8 
applied for switching to different states 1,2,3, 4. 

Fig. 4B shows the current generated by the different voltage pulses 5, 6, 7, 8 and Fig. 
4C the current readout enlargement of Fig. 4B. Different states 1,2,3,4 corresponding 
to different ohmic resistances can be clearly derived from Fig. 4C. The ohmic resistance 
of the region 14 of the second memory device can be regarded as 'high' after one erase 
pulse 5 has been applied, that means that the second memory device then stores a 
high ohmic state, also referred to as first state 1 . Conversely, each low write pulse 6 
leads to a second state 2, each medium write pulse 7 leads to a third state 3, and each 
high write pulse 8 leads to a fourth state 4 whereby this fourth state 4 is the lowest 
ohmic state. The second state 2 and the third state 3 are in-between the high ohmic and 
the lowest ohmic state. As can be seen in Fig. 4A erase pulses 5 were applied between 
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the write pulses 6, 7, 8 to switch respectively from the second state 2, the third state 3, 
or the fourth state 4 to the first state 1 . 

With each of the different states 1, 2, 3, 4 a corresponding logical value can be 
5 associated, e.g., the first state 1 corresponds to logical '00', the second state 2 

corresponds to logical '01', the third state 3 corresponds to logical '10' and the fourth 
state 4 corresponds to logical '11', representing a 2 bit memory cell. In general, more 
states are possible than the depicted four different states 1,2,3, 4. 

10 The erase voltage pulses 5 are here negative voltage pulses whereas the write pulses 
6, 7, 8 are positive pulses. Basically, before a memory device is used the first time, an 
initializing voltage should be applied to polarize this device. Depending on this 
1- polarization the erase voltage pulses might either be positive and the write pulses 

u negative or tne erase vo| tage pulses are negative and the write pulses are positive. 

liiji 

1=11 It shows advantageously, if each of the erase pulses 5 has an equal or smaller 
W magnitude of the amplitude of the write pulses 6, 7, 8. 

p Contrary to the example, the erase pulses 5 can have different amplitudes for switching 
20» directly from the fourth state 4 to the different states 3, 2, 1 having higher ohmic 
i ;5 ; ; resistance. That means, in particular, for switching from a low ohmic state, that here is 
the fourth state 4, to a higher ohmic state, e.g. the third state 3, the second state 2, or 
even the first state 1 , the erase pulses 5 have an adapted step-like increased amplitude 
Also possible in such a way is a switching from the fourth state 4 directly to the second 
25 state 2. 

The switching behavior of the multilevel memory device was investigated and tested at 
77 K, whilst the same switching behavior can be realized at room temperature. 

30 Fig. 5A to 5H show results of measurements over an extended time period on another 
microelectronic device, a third memory device. This third memory device has the same 
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structure as the second memory device as described above with the exception that the 
top electrode 12 comprises Au. 

In general, within the uppermost row of figures the applied voltages are depicted whilst 
in the bottom row of figures the resulting current readouts are shown. Fig. 5a indicates 
two erase pulses 5 and three write pulses 6, each of a duration of 1 ms and applied in 
intervals of 1 min. The current readout with the corresponding states 1, 2 are depicted in 
Fig. 5B. A third positive write pulses 6 on the 28.4.99 leaded to a switch from the first 
state 1 to the second state 2, as can be seen from the figures. After that, the third 
memory device was stored without any power connection and not used for a longer 
period of time. Fig. 5C and 5D indicate unperiodical measurements within a time period 
of two month, whereby the measuring dates are listed in Fig. 5D. More particular, Fig. 
5C indicates the read voltage pulses 9 whereas Fig. 5D depicts the current readout 
result. The result shows that the second state 2 was stored over a longer period of time 
and thus the third memory device can be regarded as non-volatile for this time period. 
Fig. 5E shows further write and erase pulses, respectively, and Fig. 5F the resulting 
states. Finally, Fig. 5G and 5H indicates further unperiodical measurements within a 
time period of three month, whereby the measuring dates are named in Fig. 5H. On one 
hand Fig. 5G depicts the read voltage pulses 9 again whereas on the other hand Fig. 
5H shows the resulting current readout. The measurements show again that the last 
information stored in the third memory device was stored over a longer period of time 
without any decay. 

With reference to Fig. 6 a schematic circuit diagram representing the arrangement of a 
4-bit-memory circuit is shown. 

Four microelectronic devices 10, also referred to as memory cells 10, are arranged 
linearly in order to represent the 4-bit-memory circuit addressed via an address line 28 
by a decoder 30 the outputs of which are connected to a respective top electrode 16, as 
shown in Fig. 1 . The base electrodes 22 thereof are each connected to ground. A write, 
erase, or read voltage pulse can be applied to a selected memory cell 10 through a bias 
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line 32. The different memory cells output current is evaluated through the output line 
34. 

In a similar way a matrix like arrangement can be achieved by connecting the base 
5 electrodes 22 of a row of the memory cells 1 0 with a further decoder. 

It is obvious that the disclosed embodiments of the particular components 12, 14, 16, 18 
of the capacitor-like structure on a chip, as shown in Fig. 1 , will be adapted to the 
requirements imposed by the specific integration level which is intended to be achieved 
10 with the chip. A broad spectrum of different architectures can thus be realized. 

? Beside the capability of the memory cells 1 0 described above to store information it is 

possible to use a system comprising an doped capacitor-like structure as an active 

jjj switching element in electric or electronic circuits. 

lSif 

r ij In this area of interest a switching operation is not restricted to a specific resistance 

J y value. Devices having a resistance of some Mega Ohms can be operated at a voltage 

M: between 1 Volt and 5 Volt for writing and erasing and at a voltage between 0.05 Volt 

p and 0.5 Volt for reading. Devices having a smaller resistance can also be operated, 

2GB however at different voltages. 

Further, the present concept is suitable for an application of the substance for 
constructing EEPROMs (Electrically Easable Programmable Read Only Memories), 
logic gates as e.g. AND gates, OR-gates, tunable capacitors and further complex logic 
25 circuits. 

Particularly, when silicon (Si) or other semiconductor substrates are taken as substrate 
material instead of strontium titanate the current prior art semiconductor materials can 
be grown on the substrate thus providing the ability to join conventional semiconductor 
30 technology with the memory cells or switching elements, respectively, of the present 
concepts. 
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In the foregoing specification the invention has been described with reference to a 
specific exemplary embodiment thereof. It will, however, be evident that various 
modifications particularly relative to the application of a large variety of different 
5 substances as they are mentioned in the appended claims may be made thereto without 
departing from the broader spirit and scope of the invention as set forth in the appended 
claims. 

The specification and drawings are accordingly to be regarded as illustrative rather than 
10 in a restrictive sense. 

Q In particular the thickness of the region 14 as well as the lateral dimensions of a 
|: memory cell and the applied bias voltages or bias currents, respectively, can be varied 
M, as it is required by any specific purpose imposed by any of a plurality of varying chip 
lfn designs. 

Also the material selection for the bottom electrode can be varied as well. A simple 
metal like platinum (Pt) is suited as well. 

Also for the top electrode the material can be varied as well. Au, Pt are suited materials, 
but principally, all metals and conducting oxides are suited materials for both, top and 
bottom electrodes. 

It is to be understood that the present invention is not limited to the embodiments 
described above, but encompasses any and all embodiments within the scope of the 
following claims: 
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MICROELECTRONIC DEVICE FOR STORING INFORMATION 
AND METHOD THEREOF 

5 I . BACKGROUND OF THE INVENTION 

1 . 1 FIELD OF THE INVENTION 

The present invention relates to electronic and microelectronic devices. In particular, 
10 the present invention relates to a plurality of materials showing a switching 
phenomenon and a built-in memory by the aid of which a new principle of storing and 
reading information in memory cells of semiconductor chips and a plurality of 
fundamental improvements on electronic or microelectronic devices can be achieved. 

15 1.2 DESCRIPTION AND DISADVANTAGES OF PRIOR ART 

Although the present invention is applicable in a broad variety of microelectronic or 
electronic applications it will be described with the focus put on an application to 
memory cells as RAM (Random Access Memory), for example. 

20 

The need to remain cost and performance competitive in the production of 
semiconductor devices has caused continually increasing device density in integrated 
circuits. To facilitate the increase in device density, new technologies are constantly 
needed to allow the feature size of these semiconductor devices to be reduced. 

25 

Conventional DRAM cells, whereby DRAM stand for Dynamic Random Access 
Memory, consist of a transistor and a capacitor mostly made from Silicon dioxide 
(Si0 2 ). They need the transistor to control the inflow and outflow of charge stored in 
the capacitor as the physical quantity exploitable for storing information. Said 
30 transistor also decouples the capacitors from each other. Such DRAM cells have the 
disadvantage, that information stored therein is volatile and as such can principally be 
lost on each power supply failure. Further, the time needed to refresh the information 
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contained in DRAM cells delimits the read and write performance of such cells. 
Finally, the structure of such a DRAM cell is quite complex due to the required 
transistor. 

5 Thus, a change in computer RAM technology beyond conventional DRAM technology 
would be desirable. 

The use of ferroelectric non-volatile RAM (NVRAM) cells would already be a great 
step forward as information would not be lost on any power failure although the 

10 structure of the memory cell would remain complex, too. In such ferroelectric RAMs 
the polarization of the bit storing layer is exploited instead of a capacitor's capacity in 
DRAM cells for defining two different states which can be associated with two 
different logical values. A long term repetitive switching between two different states 
of remanent polarization, however, fatigues the ferroelectric properties of the material, 

15 as e.g. lead zirconium titanate (PZT). 

In Physics Today* July 1998, page 24 a further high permittivity material and a 
respective semiconductor fabricating technology is proposed which allows the 
computer industry to use the equipment of its conventional DRAM manufacturing 
20 plants without having to perform basic retooling. It is the so-called high permittivity 
DRAM technology. 

Herein, the charge of a capacitor can be used to store information as it is done in 
conventional DRAM technology as the polarization of a high permittivity layer 

25 depends linearly on the applied voltage, as required for charging the DRAM capacitors. 
A high permittivity material as e.g. barium strontium titanate (BST) having a 
permittivity £ r about 500 instead of e r about 4 for silicon dioxide would allow to 
reduce the space needed for the capacitor as its capacitance is proportional to its area 
and the magnitude of its permittivity value. This in turn would allow higher integration 

30 levels compared to conventional silicon oxide materials used in DRAM ceils as the 
capacitor's area consumption is large as compared to that of the coupled transistor. 
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But, nevertheless, as a disadvantage remains that the leakage current is still significant. 
Thus, refreshing is a must. 

Investigations in the sixties at oxide diodes and thin oxide films revealed several 
5 phenomena. For example, J. F. Gibbons and W. E. Beadle reports in their article 
"Switching properties of thin NiO films", Solid-State Electronics, Pergamon Press 
1964, Vol. 7, pp. 785-797, about a two-terminal solid-state switch made from a thin 
film of nickel oxide. After about 100 - 1000 switching cycles, the device could not be 
switched out of an ON condition with normal switching signal amplitudes. Other tests 

10 on oxide diodes were performed whereby switching was induced by applying high 
voltages. These diodes broke down after a few cycles and became unusable. T.W. 
Hickmott reports in Applied Physics Letters, Vol. 6, No. 6, on page 106 and in the 
Journal of Vacuum Science and Technology, Vol. 6, No. 5 on page 828 about bistable 
switching in Niobium oxide diodes. He noticed that the metal electrode plays an 

15 important role. To sum up, the tested devices and materials showed that they were 
either difficult to control or unreliable. 

In US Patent No. 4,931,763 a memory switch is described that bases on metal oxide 
thin films. The memory switch is irreversible and therefore only switches once. It can 
20 be used as connection element in circuits and arrays but not for storing of changing 
information. 

Finally, with increasing integration near and beyond the 1 Gbit chip due to smaller 
capacitor size the area consumption of the transistor of a memory cell is not negligible 
25 anymore. Thus, a great step forward to Ultra Large Scale Integration (ULSI) would be 
to simplify the structure of a memory cell as much as possible* 
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L3 OBJECTS OF THE INVENTION 

Therefore, an object of the present invention is to provide a robust simply structured, 
reliable and non- volatile memory cell. 

5 

It is another object of the present invention to provide a new simpler method for stable 
storage of information into such a memory cell and a reproducible erasing and reading 
from it. 

10 It is another object of the present invention to provide a simply structured and 
non-volatile memory cell which is able to store more than only two distinct values, i.e., 
which is usable for multilevel storage. 
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2. SUMMARY AND ADVANTAGES OF THE INVENTION 

These objects of the invention are achieved by the features stated in enclosed 
independent claims. Further advantageous arrangements and embodiments of the 
5 invention are set forth in the respective subclaims. 

The basic discovery underlying the present invention concerns a plurality of doped 
oxide substances including perovskites and related compounds, i.e. materials, for use in 
microelectronic devices and in electronic circuits and particularly for use in 
10 semiconductor chips which combine both, a switching phenomenon in resistance and a 
built-in memory. 

A microelectronic device can be designed such that it comprises a region between 
electrodes with switchable ohmic resistance wherein the region is made of a substance 
15 comprising components A x , B y , and oxygen O z . The ohmic resistance in the region is 
reversibly switchable between different states by applying different voltage pulses. The 
different voltage pulses lead to the respective different states. An appropriate amount 
of dopant(s) in the substance improves the switching, whereby the microelectronic 
device becomes controllable and reliable. 

20 

In general and coinciding with the wording of the claims substances are meant 
comprising components A x , B y , and oxygen 0 2 , in which substance said component A 
is a member of Alkaline metals (group IA in the periodic system of elements), or 
Alkaline Earth metals (group HA), or Rare Earth elements, or Scandium, or Yttrium, 
25 said component B is a transition metal being member of one of the groups IB to Vm, 
or a member of one of the groups IDA, IVA t VA and the substance has a crystalline 
structure. 

Generally, an elementary cell of the corresponding lattice structure comprises a cell 
30 center molecule which is surrounded by a plurality of oxygen-molecules each having in 
turn a center molecule. Both types of said center locations can principally be taken by 
either of the component A, or B, respectively. In other words, there are a plurality of 
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substances, i.e., where chemically appropriate, in which A and B can change their 
locations. In view of the large plurality of the different usable substances this 
understanding of the basic formula given above should be stressed in order to assure 
the intended scope and to conserve clarity and conciseness of the appended claims, 
5 concurrently. 

Said substances comprise some specific range of amount of a dopant of one of or a 
combination of Chromium, Vanadium, or Manganese, or further transition metals. 

10 In particular, any substance comprising components A x , B y , and oxygen 0 2 , in which 
substance said component A is a member of Alkaline metals (group IA), or Alkaline 
Earth metals (group DA), or Rare Earth elements, or Scandium, or Yttrium, and said 
component B is a transition metal being member of one of the groups IB to VHt, or a 
member of one of the groups IttA, IV A, VA are substances which are able to solve the 

15 problem underlying to the present invention, when doped with a dopant of one of or a 
combination of transition metals, in particular but not exclusively with Chromium, 
Vanadium, or Manganese, the total dopant amount being larger than 0% and smaller 
than 5%, and preferably about 0.2% when (BaSr)Ti0 3 is doped with Chromium only. 
Other preferred amounts of dopants are specific for each dopant element used and 

20 substance to be doped. 

Having found the appropriate amount of dopant(s), a stable switching behavior 
required to operate a microelectronic device, such as a memory cell, can be provided. 
Fast write, read and erase processes, similar to time scales that are reached with 
conventional dynamic memories, are achievable. 

25 

Some additional specific requirements should be met by the combination of indices x, 
y, z in order to find the substances adapted to the present concept. Each of the 
following items define a subclass of substances which show the desired switching 
effect: 

30 

The combinations of indices x, y and z being defined by 

x = n + 2, y=n + 1, z = 3n + 4, with n = 0, 1, 2, 3 reveal the so-called Ruddlesden 
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Popper phases like e.g., Sr 2 Ru0 4 (xyz-index sequence 214) or Sr 3 Ru 2 07 (xyz = 327) 
and others. 

The combinations of indices as defined above with n = 0 contain among others a 
5 separate class of substances which adopt a spinell structure as it is e.g., Mg 2 Ti0 4 (214), 
Cr 2 Mg0 4 , Al 2 Mg0 4 with A and B positions reversed, i.e. the B cations originally 
indexed by y are located on the position indexed by x and the A cations on the position 
indexed by y, 

or substances with x and y indexing B cations only (B2BO4), examples are Fe 2 Co0 4 , 
10 Fe 2 Fe0 4 (Fe 3 0 4 ). 

The combinations of indices x, y and 2 being defined by 

x = n+ 1, y = n + 1, z = 3n + 5, with n = 1, 2, 3, 4 reveal a separate class of substances 
which partly provide substances having an oxygen intercalation. 

15 

The combinations of indices x, y and z being defined by either of: 
x= l,y = l,z = 1, 

and one Of the indices x or y being 0, reveal exemplary substances like BeO, MgO, 
BaO, CaO, ... NiO, MnO, CoO, CuO, ZnO, or 

20 

x = n, y = n, z = n +1 with n = 1 or 2 

and one of the indices x or y being 0, for n=l, reveal substances like Ti0 2 , V0 2 , Mn0 2> 
Ge0 2 , Ce0 2 , Pr0 2> Sn0 2 , 

25 for n = 2, reveal substances like A1 2 0 3 , Ce 2 <3 3 , Nd 2 0 3 , Ti 2 0 3 , Sc 3 0 3 , La 2 0 3 or 

x = n, y = n, z = 2n +1 with n = 2 

and one of the indices x or y being 0, reveal exemplary substances like Nb 2 0 5 , Ta 2 C>5 
and others. 

30 

The combinations of indices x, y and z being defined by 

x j= n, y = n, z = 3n, with n = 1, or 2, or 3 reveal a separate class of substances for n = 1 
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the so-called perovskites, like SrTi0 3 , BaTi0 3 , KNb0 3 , LiNb0 3 , and others, 

for n = 2 Sr 2 FeMo06 and similar substances are provided having a (226) index 
sequence. 

5 

The combinations of indices x, y and z being defined by 

x = n-fl,y = n ? z = 4n-hl, with n = 1 , or 2 reveal a separate class of substances. 

For n = 1 substances having an index sequence (215) like AkTiOs, Y2M0O5 and others 
10 are provided, and 

SrBi 2 Ta20 9 and similars are provided for n = 2. 

Each of the classes mentioned above can be modified by varying the composition of 
15 the substance in order to achieve that at least one of said components A x or B y , 
respectively, is comprised of a combination of elements out of one group or out of 
several of the corresponding groups of A, and B, respectively. 

A further modification is provided by providing a superlattice made by a combination 
20 of structural unit cells and/or sub-unit cells as it is published in 'E. Kaldis et al. (eds.), 
High-Tc Superconductivity 1996: Ten Years After Discovery, pp. 95-108', having each 
a different n, and in which structural unit cells and/or sub-unit cells are each a member 
of a corresponding homologous series obtained by oxygen intercalation. A further 
modification is provided by providing a superlattice made by a combination of 
25 structural unit cells and/or sub-unit cells of the Ruddlesden-Popper type structures 
having each a different n, and in which said structural unit cells and/or sub-unit cells 
are each a member of a corresponding homologous series. In said lattice modifications 
lattice structures are formed in which single or multiple transition metal oxygen 
octahedra layers are separated by one or more block layers consisting of component A 
30 and oxygen. 



WO 00/49659 



-9- 



PCT/IBOO/00043 



One preferred member of that plurality of substances is Ba*Sri- x Ti0 3 with 0 <= x <- 0.7 
and having a dopant amount of Chromium between 0% and 5%, preferably between 0 
and 1%, even more preferably about 0.2%. 

5 Others members of that plurality are materials according to Ba x Sri- x Ti03 with 0 <= x <- 
0.7 and having a dopant of Vanadium between 0% and 5%. 

Manganese is a preferred dopant, too, particularly in composition with Chromium or 
Vanadium. 

10 

Further members of that plurality are perovskite related compounds with other 
transition metal cations such as Nb. Further dopants can be transition metal elements 
and combinations thereof, i.e., elements having their valence electron(s) on the 
d-orbital, i.e., 3d, 4d, or 5d -orbital. 

15 

When such a material is used for example as a dielectric layer in a capacitor-like 
structure to form the microelectronic device, it stays switched in either a high or a low 
conductivity state depending on a voltage pulse being applied to it until it is switched 
into the other state by applying a new voltage pulse. Thus, said capacitor-like structure 
20 having such a complex dielectric material has a resistance which can be varied by 
applying short voltage or, alternatively, short current pulses to the embedding 
electrodes. 

As the most decisive electrical property of such a microelectronic device is the change 
in resistance depending on a defined, applied voltage pulse between the two terminals 
25 of the microelectronic device, whereby said capacitor-like structure can be regarded as 
a 'switchable resistor*. Said switching behavior is known to be effectuated by a voltage 
or current driven hysteresis behavior. 

Due to said property it is possible to store digital information by different values of 
30 resistance, i.e., by associating a high resistance state with a logic 4 0' and a low 
resistance state with a logic T. The actual state and thus the stored information can be 
read out by a current readout or measuring the leakage current as it is relatively large 
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with low resistance of the dielectric layer and vice versa. Thus, the leakage current 
which impedes the performance of prior art DRAM technology can be usefully taken 
for reading the stored value. According to the invention neither the static charge of a 
capacitor nor the polarization of any ferroelectric material is needed to be used for 
5 storing information but, instead, its resistance. 

Thus, a simple way to store information can be followed by realizing the above 
mentioned concept. 

10 The material usable in connection with the present invention when used for e.g. RAM 
cells has the advantage, in relation to prior art memory cells, that new cells can be 
constructed just comprising a single capacitor-like structure device with only one pair 
of electrode terminals for operating it, i.e. to read from, to write into or to erase without 
a transistor arrangement being necessarily coupled with a capacitor used in prior art to 

15 perform the operating functions of a prior art DRAM cell. One terminal of such a cell 
is connected to ground and the other is used for writing, erasing or just reading. 

Thus, RAM cells can be constructed to use considerably less space on a chip and 
considerable less manufacturing steps. 

20 

Further, the usable material has a remarkable high retention time of at least several 
months with no power connected and can thus be used as a non- volatile memory. Thus 
a double advantage can be achieved: first, the full time is available for the read and 
write processes because the refresh cycles and therefore the refresh circuitry are not 
25 required anymore and, secondly, a data storage security is increased as a loss of power 
supply does not imply a loss of stored data. 

Basically, the memory ceil can be operated in either a voltage controlled or in a current 
controlled regime, i.e. information can be stored by applying voltage pulses or by 
30 applying current pulses. In both cases the information can be read by sensing voltage or 
current. For purposes of improved clarity of this disclosure, however, only the voltage 
regime is described in the detailed description down below. 
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Finally, for example in the voltage controlled mode the current flowing when reading a 
*1* compared to that one when reading a *0* value is about 20 times larger due to the 
difference in resistance. This feature can advantageously be used for storing more than 
5 only one bit in the same cell. Thus, a plurality of two, three, or more bits can be stored 
or removed by applying different voltage pulses, single pulses or sequences thereof 
having different shape, level, or duration or being different in number to write and 
erase. A sufficiently large distance between the different levels can hereby be 
maintained. 
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3. BRIEF DESCRIPTION OF THE DRAWINGS 



The present invention is illustrated by way of example and is not limited by the shape 
of the figures of the accompanying drawings in which: 

5 

Fig. 1 is a schematic drawing of a perovskite oxide capacitor-like structure of a 

microelectronic device usable as memory cell, 

Fig, 2 shows current-voltage characteristics of a 300 nm thick Cr doped oxide 

10 capacitor-like structure, 

Fig, 3a to 3c show the principles of operation of the capacitor-like structure analyzed 
in Fig. 2 as a memory device, 

15 Fig. 4a to 4c show the operation of a further microelectronic device as a multilevel 
memory device, 

Fig. 5a to 5h show results of measurements over an extended time period, and 



20 Fig. 6 shows a schematic circuit diagram representing the arrangement of a 

4-bit-memory circuit. 
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4. DESCRIPTION OF THE PREFERRED EMBODIMENT 

With general reference to the figures and with special reference to Fig. 1 the essential 
structure of a microelectronic device 10 having a capacitor-like structure is described 
5 in more detail. Such a microelectronic device 10 is useable as a memory cell. 

The microelectronic device 10 comprising an oxide base electrode 12 made from 
SrRuOs and a region 14 with an oxide insulator layer made from (BaSr)Ti03 slightly 
doped with Chromium (Cr) for the insulating material and a metallic (Au) top electrode 
10 16 on a SrTi03 substrate 18 was fabricated with pulsed laser deposition. The 
microelectronic device 10 has a thin film capacitor-like structure. 

One terminal 20 is connected to said top electrode 16, the other terminal 22 is 
connected to said base electrode 12. 

15 

In an experimental arrangement setup for testing the basic switching behavior and 
further physical properties of the microelectronic device 10 the insulator layer 
thickness was 300 nanometers. 

20 The insulator layer of the region 14 was doped with Chromium (Cr) at an amount of 
0.2%. 

The leakage current was measured as it is depicted in the drawing as a function of the 
bias voltage generated by a DC voltage source 24 between said teiminals 20, 22, 

25 

With respect to Fig. 2a to 2c the leakage current voltage characteristic is illustrated in 
Fig. 2a linearly, in Fig. 2b with a logarithmic leakage current scale of its absolute 
amount and in Fig. 2c with both logarithmic scales. 

30 For small applied bias voltages like several 10 mV a linear current voltage 
characteristic (IVC) can be observed. A quadratic dependence of the current from the 
applied voltage can be seen for moderate applied voltages as several 100 mV. 
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This IVC shape and behavior can be described as space charge limited current. Larger 
applied voltages result in an exponential like rise of the leakage current with increasing 
applied voltages. 

5 

The capacitor-like structure of the microelectronic device 10 shows a reproducible 
switching behavior causing a hysteresis loop in the current voltage characteristic, 
described next below: 

10 A large negative bias voltage -negative with respect to the SrRu0 3 electrode- leads to a 
sudden increase of the leakage current, depicted at about - 0.8 Volt. Sweeping back to 
large positive bias voltage the leakage current drops back to a low value again depicted 
at + 0.7 Volt. Said sudden increase and said sudden drop back of leakage current are 
essential features for switching and deciding between different states, 

15 

According to the invention it is possible to operate the microelectronic device 10 as a 
very simple device or memory device, i.e. memory cell in a RAM due to and with the 
described underlying switching behavior. This will be illustrated in conjunction with 
Figs. 3a to 3c and 4a to 4c. 

20 

Basically, by applying a write voltage pulse to the microelectronic device 10 the system 
is switched into a low resistance state which can be regarded as storing information. An 
erase voltage pulse recovers the resistance state of the microelectronic device 10 and 
the information is removed, i.e. erased. 

25 

As can be seen in Fig. 3a a series of 300 ms long different voltage pulses depicted as 
sharp peaks were applied to the electrodes (12,16) of the microelectronic device 10. 

A write pulse, also called second voltage pulse 6.1, that here is a negative pulse is used 
30 to write information which after a certain delay is removed by an erase pulse, also 
called first voltage pulse 5.1, that here is a positive pulse. In general, each first voltage 
pulse 5.1 leads to a first state 1, a high ohmic state, and on the other hand each second 
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voltage pulse 6. 1 leads to a second state 2, a low ohmic state, as can be seen from Fig. 
3a in conjunction with Fig. 3c. Between the repeating voltage pulses 5.1, 6.1 a small 
negative read voltage 9 is switched on and off periodically to read the information and 
to simulate a realistic readout process. 120 reading cycles each having a duration of 1 
5 sec are performed after each write or erase pulse. This readout procedure is 
schematically depicted in a better time resolution by the zoomed portion in Fig. 3a. 

The readout from the microelectronic device 10 is performed by measuring the leakage 
current flowing at a small applied voltage of - 0.2 V as it is depicted in Fig. 3b which 
10 shows current spikes occurring during write and erase followed by the readout period 
with currents one order of magnitude lower. Fig. 3c is a leakage current scale 
enlargement of Fig. 3b and clearly shows the above-mentioned first state 1 and second 
state 2. 

15 Two different resistance states can be clearly separated: The first state 1 around 30 
nano Amperes yielding a resistance of R = 6.6 Mega Ohm and the second state 2 
having a leakage current of 650 nano Amperes yielding a resistance of R = 300 kilo 
Ohm. The first state 1 will now be associated with a logic state '0" and the second state 
2 with a logic state T. 

20 

The 4 1 ' resistance value is 20 times smaller than the '0' value. A clear separation of the 
two logic states ' V and '0 T is thus achieved. 

Additionally, this remarkable dependence of the resistance on the applied voltage pulse 
25 5.1, 6.1 together with the hysteretic behavior also allows to write different values to the 
microelectronic device 10 and to read them out with a single pre-specified read-out 
voltage. This so-called multi-level switching phenomenon is discussed later in more 
detail. 

30 During the experimental measuring runs in this example information was written and 
erased during 300 ms - the duration of the sharp peaks - and stored for 240 s. The time 
to write and erase information was a specifically selected experimental parameter but is 
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not limited by the memory device itself. Therefore, the ultimate speed for the 
write/erase process is much higher, as shown with reference to Fig. 5. 

The time over which information can be stored is much longer than those 240 s 
5 measured experimentally, as further measurements confirmed that are shown in Fig, 5. 

If one analyzes the switching behavior of such capacitor-like structures with varying Cr 
doping it can be observed that the switching behavior is more pronounced for slightly 
Cr doped structures, i.e. the best results are obtained with Cr-doping around 0.2%. For 
10 these capacitor-like structures the difference between *0' and T was the best with 
adequate reproducibility. 

Summarizing the main aspects of the presented structure having a DC-resistance 
changing sensitively with the applied voltage pulses and consisting of oxides doped 
15 can be operated as a memory device or cell with the following intriguing properties: 

First they have a very simple structure because the whole memory cell is a 
capacitor-like structure. Thus they can be operated with only two terminals with a 
single terminal for read, write and erase. Thus, they are best adapted for ULSI 
20 technology. 

Further, the difference in resistance between the '0' value and T value is at least one 
order of magnitude as can be seen from Fig. 3c. As can be seen further from the IVC 
depicted in Fig. 2a, a large resistance range can thus be exploited to store a plurality of 

25 different logical values, i.e., the so-called multilevel switching can be achieved. For 
this, a plurality of write pulses different in size, etc., as mentioned earlier can be 
applied to write specific logical values into the memory cell, in order to realize not a 
binary system but, e.g., a digital decimal system based on 10 different logical values 
being able to be written into and to be read from said memory cell in subsequent write/ 

30 read/erase cycles. 
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Finally, the information is stored over long times which is a remarkable advantage 
compared to conventional DRAM cells. 

Fig. 4a to 4c show the operation of a further microelectronic device, a second memory 
5 device, that can be used as a multilevel memory device. Since the Fig, 4a to 4c are 
related to each other, they will be regarded in context to understand the operation of the 
second memory device. This second memory device for the sake of simplicity is not 
depicted but is structured as shown in Fig. 1. The second memory device comprising 
an oxide base electrode 12 made from SrRu0 3 and a region 14 made from SrZr0 3 
10 slightly doped with 0.2% Chromium (Cr) for the insulating material and a metallic 
(Pt/Ti) top electrode 16 on a SrTi0 3 substrate 18 was fabricated with pulsed laser 
deposition again. 

As can be seen in Fig. 4a a series of different voltage pulses depicted as sharp peaks 
15 were applied to the second memory device. In particular, erase voltage pulses 5, low 
write pulses 6, medium write pulses 7, and high write pulses 8 were applied in a 
defined repeating sequence in order to simulate realistic erase and write processes. 
Each peak of the erase voltage pulses 5 indicates 30 pulses with a duration of 1 ms. A 
small read voltage 9 were applied appropriately in intervals of 10 s in order to read 
20 information. This read voltage 9 is smaller in magnitude than the different voltage 
pulses 5, 6, 7, 8 applied for switching to different states 1, 2, 3, 4. 

Fig. 4b shows the current generated by the different voltage pulses 5, 6, 7, 8 and Fig. 4c 
the current readout enlargement of Fig. 4b. Different states 1, 2, 3, 4 corresponding to 

25 different ohmic resistances can be clearly derived from Fig. 4c. The ohmic resistance of 
the region 14 of the second memory device can be regarded as 'high' after one erase 
pulse 5 has been applied, that means that the second memory device then stores a high 
ohmic state, also referred to as first state L Conversely, each low write pulse 6 leads to 
a second state 2, each medium write pulse 7 leads to a third state 3, and each high write 

30 pulse 8 leads to a fourth state 4 whereby this fourth state 4 is the lowest ohmic state. 
The second state 2 and the third state 3 are in-between the high ohmic and the lowest 
ohmic state. As can be seen in Fig. 4a erase pulses 5 were applied between the write 
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pulses 6, 7, 8 to switch respectively from the second state 2, the third state 3, or the 
fourth state 4 to the first state 1. 

With each of the different states 1, 2, 3, 4 a corresponding logical value can be 
associated, e.g., the first state 1 corresponds to logical '00% the second state 2 
5 corresponds to logical *01\ the third state 3 corresponds to logical '10* and the fourth 
state 4 corresponds to logical representing a 2 bit memory cell. In general, more 
states are possible than the depicted four different states 1, 2, 3, 4. 

The erase voltage pulses 5 are here negative voltage pulses whereas the write pulses 6, 
10 7, 8 are positive pulses. Basically, before a memory device is used the first time, an 
initializing voltage should be applied to polarize this device. Depending on this 
polarization the erase voltage pulses might either be positive and the write pulses 
negative or the erase voltage pulses are negative and the write pulses are positive. 

15 It shows advantageously, if each of the erase pulses 5 has an equal or smaller 
magnitude of the amplitude of the write pulses 6, 7, 8. 

Contrary to the example, the erase pulses 5 can have different amplitudes for switching 
directly from the fourth state 4 to the different states 3, 2, 1 having higher ohmic 
20 resistance. That means, in particular, for switching from a low ohmic state, that here is 
the fourth state 4, to a higher ohmic state, e.g. the third state 3, the second state 2, or 
even the first state 1, the erase pulses 5 have an adapted step-like increased amplitude. 
Also possible in such a way is a switching from the fourth state 4 directly to the second 
state 2. 

25 

The switching behavior of the multilevel memory device was investigated and tested at 
77 K, whilst the same switching behavior can be realized at room temperature. 

Fig. 5a to 5h show results of measurements over an extended time period on another 
30 microelectronic device, a third memory device. This third memory device has the same 
structure as the second memory device as described above with the exception that the 
top electrode 12 comprises Au. 
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In general, within the uppermost row of figures the applied voltages are depicted whiist 
in the bottom row of figures the resulting current readouts are shown. Fig. 5a indicates 
two erase pulses 5 and three write pulses 6, each of a duration of 1 {is and applied in 
5 intervals of 1 min. The current readout with the corresponding states 1, 2 are depicted 
in Fig. 5b. A third positive write pulses 6 on the 28.4.99 leaded to a switch from the 
first state 1 to the second state 2, as can be seen from the figures. After that, the third 
memory device was stored without any power connection and not used for a longer 
period of time. Fig. 5c and 5d indicate unperiodical measurements within a time period 

10 of two month, whereby the measuring dates are listed in Fig. 5d. More particular, Fig. 
5c indicates the read voltage pulses 9 whereas Fig. 5d depicts the current readout 
result. The result shows that the second state 2 was stored over a longer period of time 
and thus the third memory device can be regarded as non- volatile for this time period. 
Fig. 5e shows further write and erase pulses, respectively, and Fig. 5f the resulting 

15 states. Finally, Fig. 5g and 5h indicates further unperiodical measurements within a 
time period of three month, whereby the measuring dates are named in Fig. 5h. On one 
hand Fig. 5g depicts the read voltage pulses 9 again whereas on the other hand Fig. 5h 
shows the resulting current readout. The measurements show again that the last 
information stored in the third memory device was stored over a longer period of time 

20 without any decay. 

With reference to Fig. 6 a schematic circuit diagram representing the arrangement of a 
4-bit-memory circuit is shown. 

25 Four microelectronic devices 10, also referred to as memory cells 10, are arranged 
linearly in order to represent the 4-bit-memory circuit addressed via an address line 28 
by a decoder 30 the outputs of which are connected to a respective top electrode 16, as 
shown in Fig. 1. The base electrodes 22 thereof are each connected to ground. A write, 
erase, or read voltage pulse can be applied to a selected memory cell 10 through a bias 

30 line 32. The different memory cells output current is evaluated through the output line 
34. 
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In a similar way a matrix like arrangement can be achieved by connecting the base 
electrodes 22 of a row of the memory cells 10 with a further decoder. 

It is obvious that the arrangement of the particular components 12, 14, 16, 18 of the 
5 capacitor-like structure on a chip, as shown in Fig. 1, will be adapted to the 
requirements imposed by the specific integration level which is intended to be achieved 
with the chip. A broad spectrum of different architectures can thus be realized. 

Beside the capability of the memory cells 10 described above to store information it is 
10 possible to use a system comprising an doped capacitor-like structure as an active 
switching element in electric or electronic circuits. 

In this area of interest a switching operation is not restricted to a specific resistance 
value. Devices having a resistance of some Mega Ohms can be operated at a voltage 
15 between 1 Volt and 5 Volt for writing and erasing and at a voltage between 0.05 Volt 
and 0.5 Volt for reading. Devices having a smaller resistance can also be operated, 
however at different voltages. 

Further, the present concept is suitable for an application of the substance for 
20 constructing EEPROMs (Electrically Easable Programmable Read Only Memories), 
logic gates as e.g. AND gates, OR-gates, tunable capacitors and further complex logic 
circuits. 

Particularly, when silicon (Si) or other semiconductor substrates are taken as substrate 
25 material instead of strontium titanate the current prior art semiconductor materials can 
be grown on the substrate thus providing the ability to join conventional semiconductor 
technology with the memory cells or switching elements, respectively, of the present 
concepts. 

30 In the foregoing specification the invention has been described with reference to a 
specific exemplary embodiment thereof. It will, however, be evident that various 
modifications particularly relative to the application of a large variety of different 
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substances as they are mentioned in the appended claims may be made thereto without 
departing from the broader spirit and scope of the invention as set forth in the 
appended claims. 

5 The specification and drawings are accordingly to be regarded as illustrative rather than 
in a restrictive sense. 

In particular the thickness of the region 14 as well as the lateral dimensions of a 
memory cell and the applied bias voltages or bias currents, respectively, can be varied 
10 as it is required by any specific purpose imposed by any of a plurality of varying chip 
designs. 

Also the material selection for the bottom electrode can be varied as well. A simple 
metal like platinum (Pt) is suited as well. 

15 

Also for the top electrode the material can be varied as well. Au, Pt are suited 
materials, but principally, all metals and conducting oxides are suited materials for 
both, top and bottom electrodes. 
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CLAIMS 

L A microelectronic device having a region (14) between electrodes (12, 16) with 
switchable ohmic resistance, wherein the ohmic resistance in said region (14) is 
5 reversibly switchable between different states (1, 2, 3, 4) by applying different 
voltage pulses (5, 5.1, 6, 6.1, 7, 8) leading to said different states (1, 2, 3, 4) and 
wherein said region (14) is made of a substance comprising components A x , B y , and 
oxygen O z , in which substance 

said component A is a member of Alkaline metals (group IA), or Alkaline Earth 
10 metals (group HA), or Rare Earth elements, or Scandium, or Yttrium, 

said component B is a transition metal being member of one of the groups IB to 
VIE, or a member of one of the groups mA, IV A, V A, 

said substance comprises a dopant of one of or a combination of different transition 
metals, the total dopant amount being larger than 0% and smaller than 5%. 

15 

2. The microelectronic device according to claim 1, wherein the ohmic resistance in 
the region (14) is switchable between at least a first state (1) of the different states 
and a second state (2) of the different states by applying to the electrodes (12, 16) a 
20 first voltage pulse (5.1) of the different voltage pulses for switching from said 
second state (2) to said first state (1) or a second voltage pulse (6.1) of the different 
voltage pulses for switching from said first state (1) to said second state (2). 

25 3. The microelectronic device according to claim 2, wherein the ohmic resistance in 
the first state (1) is higher than in the second state (2) and wherein the first voltage 
pulse (5.1) of the different voltage pulses for switching to said first state (1) has an 
opposite sign to the second pulse (6.1) of the different voltage pulses for switching 
to said second state (2). 
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4. The microelectronic device according to claim 1, wherein each of the different 
states (1, 2, 3, 4) is obtainable by an erase pulse (5) for switching the ohmic 
resistance in the region (14) to a high ohmic state (1) of the different states and/or at 
least one write pulse (6, 7, 8) for switching from said high ohmic state (1) to a 

5 lower ohmic state (2, 3, 4) of the different states . 

5. The microelectronic device according to claim 4, wherein the erase pulse (5) has 
different amplitudes for switching to one of the lower ohmic states (2, 3, 4). 

10 6. The microelectronic device according to one of claims 1 to 4, wherein the different 
states (1, 2, 3, 4) are readable by a read voltage (9) smaller in magnitude than the 
different voltage pulses (5, 5 J, 6, 6.1, 7, 8) applied for switching to the different 
states (1, 2, 3, 4). 

15 7. The microelectronic device according to claim 1 being usable as a capacitor-like 
structure, wherein the region (14) represents a dielectric, 

8. The microelectronic device according to claim 1, whereby a specific ohmic 
resistance of the region (14) related to one of the different states (1, 2, 3, 4) remains 

20 after one of the different voltage pulses (5, 5.1, 6, 6.1, 7, 8) that leads to said 
specific ohmic resistance has been applied to the electrodes (12, 16). 

9. The microelectronic device according to one of the preceding claims being able to 
store digital information that is representable by different values in ohmic resistance 

25 of the region (14), thereby preferably storing two or more bits as digital 
information. 

10. The microelectronic device according to claim 1, in which the combinations of 
indices x, y and z of the substance are definable by 

30 x = n + 2, y = n + 1, z = 3n + 4, with n = 0, 1, 2, 3; or 
x = n + l,y = n+l, z = 3n + 5, with n = 1, 2, 3, 4. 
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11. The microelectronic device according to claim 1, in which the combinations of 
indices x, y and z of the substance are definable by either of: 

x = 1, y =l, z = 1, and one of the indices x or y being 0; or 

x = n, y = n, z = n + 1, with n = 1 or 2 and one of the indices x or y being 0; or 

x = n, y = n, z = 2n + 1, with n = 2 and one of the indices x or y being 0. 

12. The microelectronic device according to claim 1, in which the combinations of 
indices x, y and z of the substance are definable by 

x = n, y = n, z = 3n, with n = 1, or 2, or 3; or 
x = n+ l,y = n, z = 4n+ 1, withn = I, or 2. 

13. The microelectronic device according to claim 1, comprising a dopant of Chromium 
or Vanadium at an amount larger than 0% and smaller than 5%, preferably about 
0.2%, 

14. The microelectronic device according to claim 1, wherein at least one of the 
components A x or B y of the substance comprises a combination of elements out of 
one group or out of several of the corresponding groups of A, and B, respectively. 

5.The microelectronic device according to claim 11, wherein the substance is present 
in the form of a superlattice made by a combination of structural unit cells and/or 
sub-unit cells. 



16. The microelectronic device according to claim 10 or 12, wherein the substance is 
25 present in the form of a superlattice made by a combination of structural unit cells 

and/or sub-unit cells having each a different n, said structural unit cells and/or 
sub-unit cells being each a member of a corresponding homologous series. 

17. A memory cell arrangement comprising a microelectronic device according to one 
30 of the preceding claims 1 to 16. 
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18. A semiconductor device comprising a microelectronic device according to one of 
the preceding claims 1 to 16. 

19. A method for writing information into a memory cell arrangement according to 
5 claim 17 comprising the step of: 

applying one voltage pulse of the different voltage pulses (5, 6, 7, 8) to the 
electrodes (12, 16) of said memory cell arrangement for writing information into it. 

20. The method according to claim 19, wherein the ohmic resistance in the region (14) 
10 is switched between at least a first state (1) of the different states and a second state 

(2) of the different states by applying to the electrodes (12, 16) a first voltage pulse 
(5.1) of the different voltage pulses for switching from said second state (2) to said 
first state (1) or a second voltage pulse (6.1) of the different voltage pulses for 
switching from said first state (1) to said second state (2). 

15 

2LThe method according to claim 20, wherein the ohmic resistance in the first state 
(1) is higher than in the second state (2) and wherein the first voltage pulse (5.1) for 
switching to said first state (1) has an opposite sign to the second voltage pulse (6.1) 
for switching to said second state (2). 

20 

22. The method according to claim 19, wherein each of the different states (1, 2, 3, 4) 
are obtained by an erase pulse (5) for switching the ohrnic resistance in the 
region (14) to a high ohmic state (1) of the different states and/or at least one write 
pulse (6, 7, 8) for switching from said high ohmic state (1) to a lower ohmic state 

25 (2, 3, 4) of the different states corresponding to said write pulse (6, 7, 8). 

23, The method according to claim 22, wherein the erase pulse (5) has different 
amplitudes for switching to one of the lower ohmic states (2, 3, 4), 
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24. A method for reading information out of a memory cell arrangement according to 
claim 17 comprising the steps of: 

applying a read voltage (9) to said memory cell arrangement and 
associating with this information a value of current flowing through said memory 
5 cell arrangement; or 

applying a current pulse to said memory cell arrangement and 

associating with this information a value of voltage appearing between the 

electrodes (12, 16) of said memory cell arrangement. 

10 25. Use of a substance comprising components A x , B y , and oxygen O z> for making a 
region (14) having a switchable ohmic resistance within a capacitor-like structure, 
in which substance 

said component A is a member of Alkaline metals (group IA), or Alkaline Earth 
metals (group HA), or Rare Earth elements, or Scandium, or Yttrium, 
15 said component B is a transition metal being member of one of the groups IB to 
VIE, or a member of one of the groups ULA, IVA, VA, 

said substance comprises a dopant of one of or a combination of different transition 
metals, the total dopant amount being larger than 0% and smaller than 5%. 

20 26. Use of a substance according to the preceding claim, whereby the combinations of 

indices x 5 y and z are defined by 

x = n + 2, y = n+l, z = 3n + 4, withn = 0, 1,2, 3; or 

x = n+l,y = n+l, z = 3n + 5, wi± n =s 1, 2, 3, 4; or 

being defined by either of: 
25 x = 1, y =1, z = 1, and one of the indices x or y being 0, or 

x = n, y = n, z = n + 1, with n = 1 or 2 and one of the indices x or y being 0, or 

x = n, y = n, z = 2n + 1 , with n = 2 and one of the indices x or y being 0; or 

being defined by 

x = n, y = n, z = 3n, with n = 1, or 2, or 3; or 
30 x = n+ l,y = n, z = 4n+ 1, withn = l,or2. 
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S t AJ rSP ? ^ e ?;- a MfT^ L ° UiS P - Herzbe ^ < R eg. 41^mi+ Daniel P. Morris (Reg * 
^PtS?' Sr^n'nn^ f 9 " ' LOUiS J " Percell ° (Re^ SsT^ , Douglas W. Cameron (Reg. 

31^55^, Marian Underweiser (Reg. 4£*±U} , Richard M. Ludwin (Reg. ^MSL Marc A. Ehrlich (Reg. 

fSF 5 ^ 5S? rt !' J aSS i nari (Reg - N °- Derek S. Jennings (Re^NoT 41,473) . Gail Zarick 
(Reg. ^laSJ^nd Timothy M. Farrell (Reg. No. 37.371 ) . 1 -i 



Yes No 

Yes No 
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DECLARATION AND POWER OF ATTORNEY FOR PATENT APPLICATION 




Send Correspondence to: Derek S. Jennings , Intellectual Property Law Dept. 

IBM Corporation, P.O. Box 218, Yorktown Heights, New York 10598 

Direct Telephone Calls to: (name and telephone number) Derek S. Jennings - (914) 945-2144 

Armin Begk f / 

of sole oa^ Ifirs^ inventor 

Inventor's Signature ^ * Date 

Alte Steinacherstrasse 25, CH-88QJ_Au, Switzerland C_ jflA 

Residence 

Germany 

Citizenship 

Skfke as above. _____ - 

. Posl Office Address 

. J<iJannesG. 

I^uii name., of second joint- invent or , if any 

Inventor's signature Date 



H ff schaerenstrasse 89, CH-8633^ Wnl fh*nj -_=_u Switzerland 



Residence 



Gfiffimanv 



Citizenship 



S&me as above. 



Post Office Address 



Christoph Gerber 



Full name ox tnxrd joint-inventor, if any 



h og look 



yj^Jinventor 1 s signature 
? Im Gruet 2, CH-aaos Ri rht^r^wi 1^ Switzerland 



Date 



Residence 



Switzerland 



-r— > — f 



Citizenship 



Same as above. 



Post Office Address 
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Christophe P. Rossel 



11 name of fourth joint- inventor , if any 



j omt-inv.entor , ir any 

Inventor's Signature * / Date 



Im Lanaacher 25, CH-880 ^ fti r.hterswil . Switzerland 
Residence 

Switzerland 



r.HV 



Citizenship 



Same as above. 



Post Office Address 



FupL name of fifth joint inventor, if any 

* InMhtor's Signature 

i j „ ii 

Residence 

Citizenship 

Sgane as above. 

Post Office Address 



Full name of sixth joint- inventor, if any 

Inventor's signature 



Residence 



Citizenship 



Same as above, 



Post Office Address 
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